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(54) ORGANIC ELECTROLUMINESCENT ELEMENT 

(57) Materials for organic electroluminescence devices and organic electroluminescence devices which exhibit high 
efficiency of light emission and have a long life and excellent heat resistance, novel compounds and processes for pro- 
ducing the materials for organic electroluminescence devices are provided. 

The material for organic electroluminescence devices is represented by following general formula [1]: 



general formula [1] 



CM 



(O 



Q. 

LU 



(y'^X' \x'-f-Y« ) 

c b 

wherein A represents a substituted or unsubstituted arylene group having 22 to 60 carbon atoms, to each 
independently represent a substituted or unsubstituted arylene group having 6 to 30 carbon atoms, X^ and X^ 
be bonded to each other, X^ and X"^ may be bonded to each other, V to each Independently represent an 
organic group represented by general formula [2], a to d each represent an Integer of 0 to 2 and. when the arylene 
gn^up represented by A has 26 or less carbon atoms, 
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a+b4c+d>0 



and the arylene group does not contain two or more anthracene nucleus; general formula [2] being: 
general formula [2] 




C23 



wherein R'' to each independently represent hydrogen atom, a substituted or unsubstituted all<yl group having 
1 to 20 carbon atoms, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms, cyano group or form 
a triple bond by a linkage of R^ and R^ or R^ and R"^, Z represents a substituted or unsubstituted aryl group having 
6 to 20 carbon atoms and n represents 0 or 1 . 
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Description 

TECHNICAL FIgLD 

5 [0001] The present invention relates to materials for organic electroluminescence devices which are used as a light 
source such as a planar light emitting member of televisions and a back light of displays, exhibit high efficiency of light 
emission and have excellent heat resistance and a long life, organic electroluminescence devices using the materials, 
novel compounds and processes for producing materials for electroluminescence devices. 

10 gACKQROUNP ART 

[0002] Electroluminescence (EL) devices using organic compounds are expected to be used for inexpensive full 
color display devices of the solid light emission type which can display a large area and development thereof has been 
actively conducted. In general, an EL device is constituted with a light emitting layer and a pair of electrodes faced to 
75 each other at both sides of the light emitting layer. When a voltage is applied between the electrodes, electrons are 
injected at the side of the cathode and holes are injected at the side of the anode. The electrons are combined with the 
holes in the light emitting layer and an excited state is formed. When the excited state returns to the normal state, the 
energy is emitted as light. 

[0003] Heretofore, organic EL devices require higher driving voltages and show inferior luminance of emitted light 
20 and inferior efficiencies of light emission in comparison with inorganic devices. Moreover, properties of organic EL 
devices deteriorate very rapidly. Therefore, heretofore, organic EL devices have not been used practically. Although the 
properties of organic EL devices have been improved, organic EL devices exhibiting a sufficient efficiency of light emis- 
sion and having sufficient heat resistance and life have not been obtained. For example, a phenylanthracene derivative 
which can be used for EL devices is disclosed in Japanese Patent Application Laid-Open No. Heisei 8(1 996)-1 2600. 
25 However, an organic EL device using this compound exhibited an efficiency of light emission as low as about 2 to 4 cd/A 
and improvement in the efficiency is desired. In Japanese Patent Application Laid-Open No. Heisei 8(1996)-199162, an 
EL device having a light emitting layer containing a fluorescent dopant of a derivative of an amine or a diamine is dis- 
closed. However, this EL device has a life as short as 700 hours at an initial luminance of emitted light of 300 cd/m^ 
although the efficiency of light emission is 4 to 6 dc/A and improvement in the life is desired. In Japanese Patent Appli- 
30 cation Lald-Open No. Heisei 9(1997)-268284, a material for EL devices having phenylanthracene group is disclosed. 
This material exhibits a marked decrease in the luminance of emitted light when the material is used at a high temper- 
ature for a long time and heat resistance is insufficient. Moreover, these devices do not emit light in the region of orange 
to red color. Since emission of red color Is indispensable for the full color display by an EL device, a device emitting light 
in the region of orange to red color is desired. When these materials are used as the host material and other com- 
as pounds are used as the doping material, a long life cannot be obtained. It is necessary for practical use that an initial 
luminance of emitted light of 10,000 d/m^ or greater be exhibited. However, this value has not been achieved. In Japa- 
nese Patent Application Laid-Open No. Heisei 11 (1999)-1 52253, an example is disclosed in which a material for 
organic EL devices having a binaphthalene structure is added to a light emitting layer having the property to transfer 
electrons such as a layer of an aluminum complex or the like. However, in this example, the aluminum complex or the 
40 like emits light and the material for organic EL devices does not function as the light emitting center since the energy 
gap of the light emitting layer of the aluminum complex or the like is smaller than the energy gap of the material for 
organic EL devices. 

[0004] Synthesis of arylamines used as a material for organic EL devices has been conducted by the Ullmann reac- 
tion using an amine and an iodobenzene. It is described, for example, in Chem. Lett, pp. 1 145 to 1 148, 1989; the speo- 
45 if ication of United States Patent No. 4,764.625; and Japanese Patent Application Laid-Open No. Heisei 8(1 996)-48974 
that a triarylamine Is produced by the reaction of a corresponding iodobenzene and a diarylamine In an inert hydrocar- 
bon solvent such as decaline at 1 50°C or higher in the presence of one equivalent or more of copper powder and a base 
such as potassium hydroxide as the typical example. 

[0005] However, the process using the Ullmann reaction has drawbacks in that an expensive iodide must be used 
50 as the reacting agent, that the reaction cannot be applied to many types of compounds, that the yield of the reaction is 
not sufficient, that the reaction requires a temperature as high as 1 50*^0 and a long time and that waste liquid containing 
a great amount of copper is formed since copper powder is used in a great amount and environmental problems arise. 

DISCLOSURE OF THE INVENTION 

55 

[0006] The present invention has been made to overcome the above problems and has an object to provide a mate- 
rial for organic electroluminescence devices, an organic electroluminescence device and a novel compound which 
exhibit high efficiency of light emission and have a long life and excellent heat resistance and a process for producing 
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the material for organic electroluminescence devices. 

[0007] As the result of extensive studies by the present inventors to develop the material for organic EL devices 
having the advantageous properties described above and an organic EL device using the material, it was found that the 
object can be achieved by using the compounds represented by general formulae [1] and [3] to [1 0] which are shown 

5 below. The present invention has been completed based on this knowledge. 

[0008] it was also found by the present inventors that the above object can be achieved by using the compounds 
represented by general formulae [1 1] and [11*] as the doping material or the light emitting center. 
[0009] it was further found by the present inventors that a tertiary arylamine which is a material for organic EL 
devices can be synthesized with a high activity by the reaction of an amine and an aryl halide in the presence of a cat- 

10 alyst comprising a phosphine compound and a palladium compound and a base. The present invention has been com- 
pleted based on the above knowledge. 

[0010] The material for organic electroluminescence devk^es (refen-ed to as the material for organic EL devices) of 
the present invention is a compound represented by following general formula [1 ]: 

15 General formula [1] 

[0011] 



CD 



wherein A represents a substituted or unsubstituted arylene group having 22 to 60 carbon atoms, to each inde- 
pendently represent a substituted or unsubstituted arylene group having 6 to 30 carbon atoms, X^ and X^ may be 
30 bonded to each other, X^ and X"^ may be bonded to each other, to Y"^ each independently represent an organic group 
represented by general fonnula [2], a to d each represent an integer of 0 to 2 and, when the arylene group represented 
by A has 26 or less carbon atoms, 

35 i» a-H!)+c+d>0 e 



and the arylene group does not contain two or more anthracene nuclei; general formula [2] being: 
40 General fonmula [2] 
[0012] 



C2] 



50 

wherein to each independently represent hydrogen atom, a substituted or unsubstituted alkyl group having 1 to 
20 cariDon atoms, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms or cyano group or form a triple 
bond by a linkage of and or R^ and R^, Z represents a substituted or unsubstituted aryl group having 6 to 20 car- 
bon atoms and n represents 0 or 1 . 
55 [001 3] The material for organic electroluminescence devices of the present invention may also be a compound rep- 
resented by following general formula [3]: 



^ M \ / ^ 4 

C b 



/R' R* \ R* R« 

( I I I I 

\c=c c = c — z 

n 
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General formula [3] 
[0014] 

^ ^ \ / ^ 4 

N-B-N C3] 



10 




IS wherein B represents a substituted or unsubstituted arylene group having 6 to 60 carbon atonns, to X'* each inde- 
pendently represent a substituted or unsubstituted arylene group having 6 to 30 carbon atoms, and X^ may be 
bonded to each other, X^ and X** may be bonded to each other, Y"* to each independently represent an organic group 
represented by general formula [2] described above, a to d each represent an integer of 0 to 2 and at least one of 
groups represented by B, X\ X^, X^ and X"* has a chrysene nucleus. 

20 [001 5] It Is preferable that general formula [3] means following general formula [4], genera! formula [5] or general 
formula [6]. 

General formula [4]: 

25 [0016] 




in 



wherein X^ to X^ y^ to y"* and a to d are each independently the same as those in general fomriula [3]. 
40 General fomiula [5]: 
[0017] 



45 



SO 



55 




[53 



Wherein B. X^ . X^, y\ y^, a and b are each independently the same as those in general fonnula [3]. 
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75 



20 



25 



30 




N-B-N 




C63 



wherein B, X\ X^, Y\ Y^, a and b are each independently the same as those in general fbmiula [3]. 
[001 9] The material for organic electroluminescence devices of the present invention may also be a compound rep- 
resented by following general formula [7]: 

General formula [7] 

[0020] 



N-D-N 



C7} 



35 wherein D represents a divalent group having a tetracene nucleus or a pentacene nucleus, to X"^ each independently 
represent a substituted or unsubstituted axylene group containing 6 to 80 carbon atoms, X"* and X^ may be bonded to 
each other, X^ and X^ may be bonded to each other, to Y'* each independently represent an organic group repre- 
sented by general formula [2] described above and a to d each represent an integer of 0 to 2. 
[0021] it is preferable that general formula [7] means following general formula [8]: 



40 



45 



so 



ss 



General formula [8] 
[0022] 
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10 



15 



20 



Wherein to X"*, V to Y"* and a to d are each independently the same as those in general formula [7], R^^ to each 
independently represent hydrogen atom, a substituted or unsubstituted alkyi group having 1 to 20 carbon atoms, a sub- 
stituted or unsubstituted alkoxy group having 1 to 20 carbon atoms, a substituted or unsubstituted aryl group having 6 
to 20 carbon atoms or cyano group and adjacent groups among the groups represented by R^'' to R®° may be bonded 
to each other to form a saturated or unsaturated and substituted or unsubstituted carbon ring. 
[0O23] The material for organic electroluminescence devices of the present invention may also be a compound rep- 
resented by following general fomiula [9]: 

General formula [9] 

[0024] 

N-E-N (9) 
c b 



wherein E represents a divalent group comprising an anthracene nucleus which is substituted with aryl groups or 
unsubstituted, X^ to X® each independently represent a substituted or unsubstituted arylene group having 6 to 20 car- 
bon atoms, X^ and X^ may be bonded to each other, X^ and X® may be bonded to each other, to Y"* each independ- 
25 ently represent an organic group represented by general formula [2], a to d each represent an integer of 0 to 2, and 
when the group represented by E is an unsubstituted group: 



30 




35 

at least two of to X® contains a substituted or unsubstituted group: 




[0025] The material for organic eleclrolmninescence devices of the present invention may also be a compound rep- 
resented by following general formula [1 0]: 

50 
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5 



10 



40 



45 



SO 



General formula [10] 
[0026] 



N-Ar ' -(Ar^^Ar *)^-N CIO] 



wherein Ar^ and Ar^ each Independently represents a divalent group selected from a group consisting of substituted 
15 and unsubstituted phenylene groups, substituted and unsubstituted 1 ,3-naphthalene groups, substituted and unsubsti- 
tuted 1,8 -naphthalene groups, substituted and unsubstituted fluorene groups and substituted and unsubstituted biphe- 
nyl groups, Ar^ represents a divalent group selected from a group consistlhg of substituted and unsubstituted 
anthracene nuclei, substituted and unsubstituted pyrene nuclei, substituted and unsubstituted phenanthrene nuclei, 
substituted and unsubstituted chrysene nuclei, substituted and unsubstituted pentacene nuclei, substituted and unsub- 
20 stituted naphtbacene nuclei and substituted and unsubstituted fluorene nuclei, to X® each independently represent 
a substituted or unsubstituted arylene group having 6 to 20 carbon atoms, X^ and X® may be bonded to each other, X^ 
and X^ may be bonded to each other, Y"" to Y"* each independently represent an organic group represented by general 
formula [2] described above, a to d each represent an integer of 0 to 2, 

^ 1, a+t+c+d^2, 

e represents 0 or 1 , f represents 1 or 2 and, when Ar^ represents an anthracene nucleus, a case in which 

30 

a=lj=c?=d 

35 and Ar"* and Ar^ both represent p-phenylene group is excluded. 

[0027] The material for organic electroluminescence devices of the present invention may also be a compound rep- 
resented by following general fomnula [11]: 



General formula [11] 
[0028] 



N-F-N C I I ] 



c t 



wherein F represents a substituted or unsubstituted. arylene group having 6 to 21 carbon atoms, X"" to X^ each inde- 
pendently represent a substituted or unsubstituted arylene group having 6 to 30 carbon atoms, X'' and X^ may be 
55 bonded to each other, X^ and X^ may be bonded to each other, Y** to Y^ each independently represent an organic group 
represented by general formula [2] described above, a to d each represent an integer of 0 to 2, and 
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a+b+cfd>0. 



[0029] It is preferable that the group represented by F in general formula [1 1] is a group represented by following 
general formula [12], general fonnula [1 3] or general fonnula [14]: 

10 General formula [12] 

[0030] 



75 



20 




25 



30 



General fomiula [13] 
[0031] 



35 



40 




Cl 3] 



R» R' 



45 wherein R^' to R^"^' each independently represent hydrogen atom, a substituted or unsubstrtuted alkyi group having 1 
to 20 carbon atoms, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms or cyano group and. adjacent 
groups among the groups represented by R^ to R^* my be bonded to each other to form a saturated or unsaturated 
carbon ring; 



50 



55 
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General formula [14] 
[0032] 

5 



10 



IS 




C14) 



wherein R^^ to R^' each independently represent hydrogen atom, a substituted or unsubstituted alkyi group having 1 
to 20 carbon atoms, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms or cyano group and adjacent 
20 groups among the groups represented by R^ to R^^' my be bonded to each other to form a saturated or unsaturated 
carbon ring. 

[0033] The material for organic EL devices of the present invention which is represented by any of general formulae 

[I] , [3] to [11] and [IV] can be used also as the light emitting material for organic electroluminescence devices. 
[0034] The organic electroluminescence (EL) device of the present invention comprises a light emitting layer or a 

25 plurality of thin films of organic compounds comprising a light emitting layer disposed between a pair of electrodes, 
wherein at least one of the thin films of organic compounds is a layer comprising a materials for organic EL devices rep- 
resented by any of general formulae [1], [3] to [1 1] and [1 V]. 

[0035] It is preferable that, in the above organic EL device, a layer comprising the material for organic EL devices 
represented by any of general formulae [1], [3] to [1 1] and [11'] as at least one material selected from a group consisting 
30 of a hole injecting material, a hole transporting material and a doping material is disposed between the pair of elec- 
trodes 

[0036] It Is preferable that, in the above organic EL device, the light emitting layer comprises 0. 1 to 20% by weight 
of a material for organic EL devices represented by any of general formulae [1], [3] to [1 1] and [11']. 
[0037] It is preferable that, in the above organic electroluminescence device, one or more materials selected from 
35 a group consisting of a hole injecting material, a hole transporting material and a doping material each independently 
comprise 0.1 to 20% by weight of the material for organic EL devices represented by any of general formulae [1], [3] to 

[II] and [111. 

[0038] It is preferable that in the above organic EL device, the light emitting layer is a layer comprising a stilbene 
derivative and a material for organic EL devices represented by any of general formulae [1], [3] to [1 1] and [1 1 ']. 
40 [0039] In the above organic EL device, a layer comprising an aromatic tertiary amine derivative and/or a phthalocy- 
anine derivative is disposed between a light emitting layer and an anode, 

[0040] It is preferable that, in the above organic EL device, the energy gap of the material for organic electrolumi- 
nescence devices represented by general fonnula [1 1] is smaller than the energy gap of a host material by 0.07 eV or 
greater. 

45 [0041 ] The novel compound of the present invention is represented by following general fonmula [1 1 ']: 
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[0042] 

N-F-N C 1 1 • } 



10 




wherein F represents a group represented isy general formula [1 4], to X"^ each independently represent a substituted 
75 or unsubstituted arylene group having 6 to 30 carbon atoms, X*" and X^ may be bonded to each other, X^ and X^ may 
be bonded to each other, to each independently represent an organic group represented by general fomnula [2] 
described above, a to d represent each an integer of 0 to 2, and 

20 a+VHH-dX); 



general formula [14] being: 
25 General formula [14] 
[0043] 



30 



35 



40 




CI 43 



wherein R^^' to R^' each independently represent hydrogen atom, a substituted or unsubstituted alkyi group having 1 
to 20 carbon atoms, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms or cyano group and adjacent 
45 groups among the groups represented by R^ to R^"^ my be bonded to each other to form a saturated or unsaturated 
carbon ring. 

[0044] The process for producing a material for organic EL devices of the present invention comprises reacting, in 
a presence of a catalyst comprising a phosphine compound and a palladium compound and a base, a primary amine 
or a secondary amine represented by following general formula [15]: 

50 

R(NR'H)k [15] 

wherein k represents an integer of 1 to 3; when k represents 1, R and R' represent hydrogen atom, an alky! group or a 
substituted or unsubstituted aryl group; and when k represents 2 or 3, R represents an alkylene group or substituted or 
55 unsubstituted arylene group and R' represents hydrogen atom, an alkyI group or a substituted or unsubstituted aryl 
group, with an aryl halide represented by following general fom^ula [16]: 

Ar(X)^ [16] 
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wherein Ar represents a substituted or unsubstituted aryl group, X represents F, CI, Br or I and m represents an integer 
of 1 to 3, and producing a material for organic electroluminescence devices comprising an arylamine compound. 
[0045] It is preferable that the arylamine described above Is a compound represented by following general fomnula 
[17]: 

5 

General fomnula [17] 
[0046] 

10 

^ ^ \ / ^ 4 

N-F-N C 1 73 

c ^ "^b 

20 wherein F represents a substituted or unsubstituted arylene group having 6 to 60 carbon atoms, to X"* each inde- 
pendently represent a substituted or unsubstituted arylene group having 6 to 30 carbon atoms, X^ and X^ may be 
bonded to each other, X^ and X"* may be bonded to each other, to each independently represent an organic group 
represented by general formula [2] described above, a to d each represent an integer of 0 to 2, and 

^ a+l)+c+c>0. 



30 [0047] It is preferable that the phosphine compound is a trialkylphosphine compound, a triarylphosphine compound 
or a diphosphine compound. 

BRIEF DESCRIPTION OF THE DRAWINGS 

35 [0048] 

Figure 1 shows a ^H)yj|^p chart of compound a synthesized in accordance with the process of the present invention. 
Figure 2 shows a ^Hi^mr of compound b synthesized in accordance with the process of the present invention. 
Rgure 3 shows a ^H|siMp chart of compound e synthesized in accordance with the process of the present invention. 

40 

THE M03T PREFERREP EMBODIMENT TO CARRY OUTTHg INVENTION 

[0049] In genera) fomnula [1] in the present Invention, A represents a substituted or unsubstituted arylene group 
having 22 to 60 carbon atoms. Examples of the arylene group include divalent groups formed from biphenyl, terphenyl, 

45 naphtbalene, anthracene, phenanthrene, pyrene, fluorene, thiophene, coronene and fluoranthene and divalent groups 
formed by bonding a plurality of these groups to each other. X^ to X"* in general formula [1 ] each independently repre- 
sent a substituted or unsubstituted arylene group having 6 to 30 carbon atoms. Examples of the group represented by 
X^ to X^ include monovalent or divalent groups containing skeleton structures of phenyl, biphenyl, terphenyl, naphtha- 
lene, anthratbene, phenanthrene, pyrene, fluorene, thiophene, coronene and chrysene. X^ and X^ may be connected 

so to each other and X^ and X^ may be connected to each other. 

[0050] The groups used as the substituents to the groups represented by X^ to X^ are each independently an allcyl 
group having 1 to 20 carbon atoms, an alkoxy group having 1 to 20 carbon atoms or an aryl group having 6 to 20 carbon 
atoms. Aryloxy groups, arylthio groups, arylalkyi groups and aryl ketone groups are excluded from the above substitu- 
ent because compounds having the groups excluded above tend to decompose under heating in vapor deposition and 

55 the life of the obtained device is short. 

[0051] In general formula [1], a to d each represent an integer of 0 to 2. However, when the group represented by 
A has 26 or less carbon atoms, 
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a+b+c+i>0 



and the group represented by A does not contain 2 or more anthracene nuclei. 

[0052] In general fomnula [2] in the present invention, to each independently represent hydrogen atom, a sub- 
stituted or unsubstituted alkyl group having 1 to 20 carbon atoms, a substituted or unsubstituted aryl group having 6 to 
20 carbon atoms orcyano group. Examples of the group represented by R"* to R^ include substituted and unsubstituted 
alkyl groups such as methyl group, ethyl group, propyl group, butyl group, sec-butyl group, tert-butyl group, pentyl group, 
hexyl group, heptyl group, octyl group, stearyl group, 2-phenylisopropyl group, trichloromethyl group, trifluoromethyl 
group, benzyl group, a-phenoxybenzyl group, a,a-dimethylbenzyl group, a,a-methylphenylbenzyl group, a,a-ditrifluor- 
omethylbenzyl group, tripheny (methyl group and a-benzyloxybenzyl group; and substituted and unsubstituted aryl 
groups such as phenyl grouja, 2-methylphenyl group, 3-methylpbenyl group, 4-methylphenyl group, 4-ethylphenyI group, 
biphenyl group, 4-methylbiphenyl group, 4-ethylbiphenyl group, 4-cyclohexylbiphenyl group, terphenyl group, 3,6- 
dichlprophenyl group, naphthyl group, 6-methylnaphthyl group, anthryl group and pyrenyl group. 
[0053] In general formula [2] in the present invention, Z represents a substituted or unsubstituted aryl group having 
6 to 20 carbon atoms. Examples of the group represented by Z include aryl groups such as phenyl group, biphenyl 
group, terphenyl group, naphthyl group, anthryl group, phenanthryl group, fluorenyl group, pyrenyl group and thiophene 
group. The above aryl groups may have substituents. Examples of the substttuent include alkyl groups and aryl groups 
described above as the examples of the group represented by R^ to R^, alkoxy groups, amino group, cyano group, 
hydroxyl group, carboxylic acid group, ether group and ester groups. In general formula [2], n represents 0 or 1 . 
[0054] As described above, since the compound represented by general formula [1] in the present invention has a 
diamine structure at the central portion and a styrylamine structure at end portions, the ionization energy is 5.6 eV or 
smaller and holes can be easily injected. The mobility of holes is 10""* xr\^N • s or greater. Therefore, the compound has 
the excellent properties as the hole injecting material and the hole transporting material. Due to the polyphenyl struc- 
ture at the center, the electron affinity is 2.5 eV or greater and electrons can be easily injected. 
[0055] Moreover, since the structure represented by A has 22 or more carbon atoms, an amorphous thin film can 
be easily formed. The glass transition temperature is raised to 100°C or higher and heat resistance can be improved. 
When two or more anthracene groups are contained in the structure represented by A, there is the possibility that the 
compound represented by general formula [1] decomposes under heating. Compounds having a structure in whteh 
and or and X^ are bonded to each other through a single bond or a carbon ring bond has elevated glass transition 
temperatures and show improved heat resistance. 

[0056] In the compounds represented by general fomrjulae [3] to [6] of the present invention, B represents a substi- 
tuted or unsubstituted arylene group having 6 to 60 carbon atoms. Examples of the group represented by B Include 
divalent groups formed from biphenyl, terphenyl, naplithalene, anthracene, phenanthrene, pyrene, fluorene, thiophene, 
coronene and fluoranthene and divalent groups formed by bonding a plurality of these groups to each other. to X^, 
Y** to and a to d are the same as those in general formula [1], wherein at least one of the groups represented by 6, 
X"*, X^, X^ and X^ has a chrysene nucleus. 

[0057] As described above, since the compounds represented by general formulae [3] to [6] in the present invention 
have a diamine structure at the central portion and a styrylamine structure at end portions, the ionization energy is 5.6 
eV or smaller and holes can be easily injected. The mobility of holes is 10'"* rr?N*s or greater. Therefore, the com- 
pound has the excellent properties as the hole injecting material and the hole transporting material. Due to the 
chrysene nucleus contained in at least one of the groups represented by B, X"*. X^, X^ and X^ durability and heat resist- 
ance are improved. Therefore, driving for a long time is enabled and an organic EL device which can be stored or driven 
at high temperatures can be obtained. 

[0058] Moreover, the life of the organic EL device can be extended when the compounds represented by general 
formulae [3] to[6] are used as the doping material and the efficiency of light emission can be Improved when the com- 
pounds are used as the material of the light emitting layer. 

[0059] In the compound represented by general formula [7] of the present invention, D represents a divalent group 
containing a substituted or unsubstituted tetracene nucleus or pentacene nucleus. Examples of the group represented 
by D include divalent groups formed by connecting a plurality of at least one group selected from the group consisting 
of biphenyl, naphthalene, anthracene, phenanthrene, fluorene and thiophene and the tetracene nucleus or the penta- 
cene nucleus. X'^ to X^, to Y^ and a to d are the same as those in general formula [1], wherein X*" and X^ may be 
bonded to each other and X^ and X"* may be bonded to each other. 

[0060] In the compound represented by general formula [8] of the present invention, X^ to X^, Y"* to Y"* and a to d 
each independently represent the same atom and groups as those described above in general formula [1]. R^"" to R®° 
each independently represent hydrogen atom, a substituted or unsubstituted alkyl group having 1 to 20 carbon atoms, 
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a substituted or unsubstituted alkoxy group having 1 to 20 carbon atonfis, a substituted or unsubstituted aryl group hav- 
ing 6 to 20 carbon atonns or cyano group and adjacent groups among the groups represented by R^*" to nnay be 
bonded to each otherto form a saturated or unsaturated and substituted or unsubstituted carbon ring. 
[0061] The groups used as the substituent in general formulae [7] and [8] are each independently an alky! group 
5 having 1 to 20 carbon atoms, an alkoxy group having 1 to 20 carbon atoms or an aryl group having 6 to 20 carbon 
atoms. Aryloxy groups, arylthio groups, arylalkyi groups and aryl ketone groups are excluded from the above substitu- 
ent because compounds having the groups excluded above tend to decompose under heating in vapor deposition and 
the life of the obtained device is short. 

[0062] As described above, the compound represented by general formula [7] in the present invention exhibits 
10 strong fluorescence in the region of orange to red color due to the tetracene or pentacene structure. Holes are easily 
injected due to the diamine structure. When this compound is contained in the light emitting layer, holes are easily 
trapped and recombination of electrons and holes is promoted. Therefore, a light emitting device emitting yellow color, 
orange color and red color in a high efficiency can be obtained. 

[0063] In particular, when the compound represented by general fonnula [7] is used as the doping material, the 
15 obtained light emitting device has a long life and exhibits more excellent stability than that exhibited by any conventional 
devices. 

[0064] In the compound represented by general fomnula [9] in the present invention, E represents a divalent group 
comprising an anthracene nucleus which is substituted with aryl groups or unsubstituted. to X® each independently 
represent a substituted or unsubstituted arylene group having 6 to 20 carbon atoms. Examples of the group repre- 
20 sented by X^ to X® include monovalent and divalent groups containing the skeleton structure of phenylene, biphenyl, 
terphenyl, naphthalene, anthracene, phenanthrene, fluorene and thiopbene. X^ and X® may be bonded to each other 
and X^ and X^ may be bonded to each other. to and a to d are the same as those in general formula [1]. 
[0065] However, when E represents an unsubstituted group: 



25 



30 



35 



40 



^N-A-N CD 

{y»-)-x' \x'4-Y' ) 



at least two of X^ to X® contain a substituted or unsubstituted group: 



C = C — Z C2} 



n 



[0066] As described above, since the compound represented by general formula [9] in the present Invention has a 
45 diamine structure, the ionization energy is 5.6 eV or smaller and holes can be easily injected. The mobility of holes is 
1 0'^rc?N • s or greater. Therefore, the compound has the excellent properties as the hole injecting materia! and the hole 
transporting material. Due to the substituted or unsubstituted anthracene nucleus at the center, electrons are easily 
injected. 

[0067] When the anthracene nucleus represented by E is unsubstituted. the glass transition temperature is as low 
50 as 100''C or lower. The glass transition temperature can be elevated by bonding at least two substituents and preferably 
2 to 4 substituents to the nucleus as described above. The specific biphenyl structure described above enhances solu- 
bility of the compound represented by general fonriula [9] and purification can be facilitated. When phenyl group is 
bonded at a position other than the above position, i.e., at the para-position, the content of impurities increases since 
purification becomes difficult and the properties of the obtained organic EL device deteriorate. By the substitution of aryl 
55 groups as described above, formation of pairs of the molecules by association is suppressed and the quantum effi- 
ciency of fluorescence emission increases. Thus, the efficiency of light emission of the organic EL device is improved. 
[0068] In the compound represented by general formula [1 0] in the present invention, Ar^ and Ar^ each independ- 
ently represents a divalent group selected from the group consisting of substituted and unsubstituted phenylene 



14 



EP1061 112 A1 

groups, substituted and unsubstituted 1,3-naphthalene groups, substituted and unsubstituted 1 ,8-naphthalene groups, 
substituted and unsubstituted fluorene groups and substituted and unsubstituted biphenyl groups. Ar^ represents a 
dlvaient group selected from the group consisting of substituted and unsubstituted anthracene nuclei, substituted and 
unsut)stituted pyrene nuclei, substituted and unsubstituted phenanthrene nuclei, substituted and unsubstituted 
chrysene nuclei, substituted and unsubstituted pentacene nuclei, sufc)stituted and unsubstituted naphthacene nuclei 
and substituted and unsubstituted fluorene nuclei. 
[0069] Examples of the divalent group include: 
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[0070] to X® and to each independently represent the same groups as those described in general fonnula 
[9]. a to d each represent an Integer of 0 to 2, 



55 



a+b+c+d^2, 



e represents 0 or 1 and f represents 1 or 2, wherein, when Ar^ represents an anthracene nucleus, the case in which 
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a=b=c=d 

5 

and Ar'' and Ar^ both represent p-pheny(ene group is excluded. 

[0071] As described above, since the connpound represented by general formula [10] in the present invention has 
a diamine structure, the ionization energy is 5.6 eV or smaller and holes can be easily injected. The mobility of holes is 
IC'^m^A/' s or greater. Therefore, the compound has the excellent properties as the hole injecting material iand the hole 
10 transporting material, in particular as the light emitting material. Due to the polypheny! structure of the compound hav- 
ing the condensed ring at the center, electrons can be easily injected. 

[0072] Since the compound has both of the polyphenyl structure and the diamine structure, a stable amorphous 
thin film can be fonned and exhibits excellent heat resistance due to the glass transition temperature of 1 00^*0 or higher. 
When the compound contains two or more structures represented by general formula [2], the condition of 

75 



20 is required because the compound decomposes under heating in vapor deposition for formation of the thin film. When 
Ar^ represents an anthracene nucleus, decomposition under heating and oxidation in vapor deposition can be pre- 
vented by the above specific structures of Ar^ and Ar^. 

[0073] In the compounds represented by general fomnulae [1 1 ] and [1 1 '] in the material for the organic EL devices 
and the novel compound used in the organic EL device of the present invention, F represents a substituted or unsub- 
25 stituted arylene group having 6 to 21 carbon atoms. Examples of the group represented by F include divalent groups 
formed from biphenyl, terphenyl, naphthalene, anthracene, phenanthrene, pyrene, fluorene, thiophene and fluoran- 
thene. 

[0074] In general formulae [1 1 ] and [1 1 a to d each represent an integer of 0 to 2, wherein 

^ a-rt>+c+d>0. 



35 [0075] As descriised above, since the compounds represented by general formulae [11] and [11*] in the present 
invention have a diamine structure at the center and a styryiamine structure at end portions, the ionization energy is 5.6 
eV or smaller. Therefore, the property of injecting holes into the light emitting layer is Improved by adding the compound 
into the light emitting layer. Moreover, the balance between electrons and holes in the light emitting layer is improved by 
catching holes and the efficiency of light emission and the life are improved. The efficiency of light emission and the life 

40 are Improved in comparison with the case in which the light emitting layer is composed of the above compound repre- 
sented by general fomnula [1 1] or [1 1 '] alone as the sole material for the organic EL material The compound having the 
structure in which and are bonded to each other and X^ and X^ are bonded to each other through a single bond 
or through a carbon ring bond provides an elevated glass transition temperature and Improved heat resistance. 
[0076] In the group represented by general formulae [1 2] to [1 4) in the present invention, R^' to each independ- 

45 ently represent hydrogen atom, a substituted or unsubstituted alkyi group having 1 to 20 carbon atoms, a substituted or 
unsubstituted aryl group having 6 to 20 carbon atoms or cyano group and adjacent groups among the groups repre- 
sented by R^' to R^^' may be bonded to each other to form a saturated or unsaturated carbon ring. Examples of the 
group represented by to R^ include substituted and unsubstituted alkyI groups such as methyl group, ethyl group, 
propyl group, butyl group, sec-butyl group, tert-butyl group, pentyl group, hexyl group, heptyl group, octyl group, stearyl 

50 group, 2-phenylisopropyl group, trlchloromethyl group, trifluoromethyl group, benzyl group, a-phenoxybenzyl group, 
a,a-dimethylbenzyl group, a,a-methylphenylbenzyl group, a,a-ditrifluoromethylbenzyl group, triphenylmethyl group and 
a-benzyloxybenzyl group; and substituted and unsubstituted aryl groups such as phenyl group, 2-methylphenyl group, 
3-methylphenyl group, 4-methylpheny! group, 4-ethylphenyl group, biphenyl group, 4-methylbiphenyl group, 4-ethylbi- 
phenyt group, 4-cyclohexylbiphenyl group, terphenyl group, 3,5-dichlorophenyl group, naphthyl group, 5-methylnaphthyl 

55 group, anthryl group and pyrenyl group. 

[0077] In the following. Compounds (1 ) to (28) as the typical examples of the compound represented by general for- 
mula [1], Compounds (29) to (56) as the typical examples of the compounds represented by general formulae [3] to [6], 
Compounds (57) to (74) as the typical examples of the compound represented by general formula [7], Compounds (75) 
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to (86) as the typical examples of the compound represented by general formula [8], Compounds (87) to (104) as the 
typical examples of the compound represented by general formula [9], Compounds (105) to (126) as the typical exam- 
ples of the compound represented by genera! formula [10] and Compounds (127) to (141) as the typical examples of 
the compounds represented by general formulae [1 1] and [1 1 '] are shown. However, the present Invention Is not limited 
to these typical examples. 
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20 [DOTS] The compounds represented by general fonnulae [1 ]. [3] to [1 0] of the present invention exhibit strong fluo- 
rescence in the solid state, have the excellent light emitting property in the electric field and show a quantum efficiency 
of fluorescence emission of 0.3 or greater since the polyphenyl structure represented by A or B and the amine structure 
are connected to each other at the center of the compounds. The compounds represented by general formulae [7] and 
[8] exhibit strong fluorescence in the solid state or the dispersed state in the fluorescence region of yellow color, orange 

25 color or red color and have an excellent light emitting property in the electric field since the structure containing the tet- 
racene nucleus or the pentacene nucleus and the amine structure are connected to each other. 
[0079] The compounds represented by general fonnulae [1], [3] to [1 0] of the present invention can be used effec- 
tively as the light emitting material and may be used also as the hole transporting material, the electron transporting 
material and the doping material since the compounds have all of the hole injecting property from nhetal electrodes or 

30 organic thin film layers, the hole transporting property, the electron injecting property from metal electrodes or organic 
thin film layers and the electron transporting property. In particular, when the compounds represented by general for- 
mula [7] and [8] are used as the doping material, highly efficient emission of red light can be achieved since the com- 
pounds works as the center of recombination of electrons and holes. 

[008O] The compound represented by general fomriula [8] exhibits a particularly excellent property since the 

35 arylamine and tetracene are bonded at the specific positions. 

[0081] The organic EL device of the present invention is a device In which one or a plurality of organic thin films are 
disposed between an anode and a cathode. When the device has a single layer, a light emitting layer is disposed 
between an anode and a cathode. The light emitting layer contains a light emitting material and may also contain a hole 
injecting material or a electron injecting material to transport holes injected at the anode or electrons injected at the 

40 cathode to the light emitting material. However. It Is possible that the light emitting layer is fomned with the light emitting 
material of the present invention alone because the light emitting material of the present invention has a very high quan- 
tum efficiency of fluorescence emission, excellent ability to transfer holes and excellent ability to transfer electrons and 
a unifomn thin film can be formed. The organic EL device of the present invention having a multi-layer structure has a 
laminate structure such as: (an anode / a hole injecting layer / a light emitting layer / a cathode), (an anode / a light emit- 

4S ting layer / an electron injecting layer / a cathode) and (an anode / a hole injecting layer / a light emitting layer / an elec- 
tron injecting layer / a cathode). Since the compounds represented by general formulae [1], [3] to [11], [11'] and [17] 
have the excellent light emitting property and, moreover, the excellent hole injecting property, hole transporting prop- 
erty, electron injecting property and electron transporting property, the compounds can be used for the light emitting 
layer as the light emitting material. 

50 [0082] in the light emitting layer, where necessary, conventional light emitting materials, doping materials, hole 
injecting materials and electron injecting materials may be used in addition to the compounds represented by general 
formulae [1], [3] to [11], [1 IT and [17] of the present invention. Deterioration in luminance and life caused by quenching 
can be prevented by the multi-layer structure of the organic EL. Where necessary, a light emitting materials, a doping 
materials, a hole injecting materials and an electron injecting materials may be used in combination. By using a doping 

55 material, luminance and the efficiency of light emission can be improved and blue light and red light can, be emitted. 
The hole injecting layer, the light emitting layer and the electron injecting layer may each have a multi-layer structure 
having two or more layers. When the hole Injecting layer has a multi-layer structure, the layer into which holes are 
Injected from the electrode is referred to as the hole Injecting layer and the layer which receives holes from the hole 
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injecting layer and transports holes from the hole injecting layer to the light emitting layer is referred to as the hole trans- 
porting layer. When the electron injecting layer has a multi-layer structure, the layer into which electrons are injected 
from the electrode is referred to as the electron injecting layer and the layer which receives electrons from the electron 
injecting layer and transports electrons from the electrorf Injecting layer to the light emitting layer is referred to as the 

5 electron transporting layer. These layers are each selected and used in accordance with factors such as the energy 
level and heat resistance of the material and adhesion with the organic layers or the metal electrodes. 
[0083] Examples of the material which can be used in the light emitting layer as the light emitting material or the 
doping material in combination with the compounds represented by general formulae [1], [3] to [11], [11'] and [17] 
include anthracene, naphthalene, phenanthrene, pyrene, tetracene, coronene, chrysene, fluoresceine, perylene, phtha- 

10 loperylene, naphthaloperylene, perynone, phthaloperynone, naphthaloperynone, diphenylbutadiene, tetraphenylbuta- 
thene, coumarine, oxadiazole, aldazine, bisbenzoxazoline, bisstyryl, pyrazine, cyclopentadiene, metal complexes of 
quinoline, metal complexes of aminoquinoline, metal complexes of benzoquinoline, imines, diphenylethylene, vinylan- 
thracene, diaminocarbazole, pyrane, thiopyrane, polymethine, merocyanine, oxinoid compounds chelated with imida- 
zoles, quinacridone, rubrene, stilbene derivatives and fluorescent dyes. However, the examples of the above material 

IS are not I imited to the above compounds. 

[0084] In particular, metal complexes of quinoline and stilbene derivatives can be used in combination with the 
compounds represented by general formulae [7] and [8] as the light emitting material or the doping material in the light 
emitting layer. 

[0085] It is essential that the content of the doping material in the light emitting layer is greater than the content of 
20 the compound represented by general formula [1 1] or [11']. It is preferable that the content is 80 to 99.9% by weight 
[0086] As the hole injecting material, a compound which has the ability to transfer holes, exhibits excellent effect of 
hole injection from the anode and excellent effect of hole injection to the light emitting layer or the light emitting material, 
prevents transfer of excited components fornied in the light emitting layer into the electron injecting layer or the electron 
injecting material and has an excellent ability to fonm a thin film is preferable. Examples of such a compound include 
25 phthalocyanine derivatives, naphthalocyanine derivatives, porphyrin derivatives, oxaozole, oxadlazole, triazole, imida- 
zole, imdazolone, imdazolethione, pyrazoline, pyrazolone, tetrahydroimidazole, oxazole, oxadiazole, hydrazone, acylhy- 
drazone, polyarylalkanes, stilbene, butadiene, benzidine-typetriphenylamine, styrylamine typetriphenylamine, diamine 
type triphenylamine, derivatives of these compounds and macromolecular compounds such as polyvinylcarbazole, 
polysllane and conductive macromolecules. However, examples of such a compound are not limited to the compounds 
30 described above. 

[00871 Among the hole injection materials which can be used in the organic EL device of the present invention, 
more effective hole injecting materials are aromatic tertiary amine derivatives and phthalocyanine derivatives. 
[0088] Examples of the aromatic tertiary amine derivative Include triphenylamine, tritolylamine, tolyldiphenylamine, 
N,N-diphenyi-N,N'-(3-methylpbenyl)- 1, 1 '-biphenyl-4,4'-diamine, N,N,N',N'-(4-methylphenyl)-1, r-phenyl-4,4'-diamlne. 
35 N,N.N*,N'-(4-methylphenyl)- 1 . 1 *-biphenyl-4.4' -diamine, N,N'-diphenyi-N,N'-dinaphthyl-1 .1 '-biphenyM.4'-diamine. 
N,N'-(methylphenyl)-N,N'-(4-n-butylphenyl)phenanthnBne-9,10-diamine, N,N-bis(4-di-4-toIylaminophenyl)-4-phenylcy- 
clohexane and oligomers and polymers having a skeleton structure of these aromatic tertiary amines. However, exam- 
ples of the aromatic- tertiary amine derivative are not limited to the above compounds. 

[0089] Examples of the phthalocyanine (Pc) derivative include HgPc, CuPc, CoPc. NiPc, ZnPc, PdPc, FePc, MnPc, 
40 ClAIPc, CIGaPc, CllnPc, CISnPc, ClaSiPc, (HO)AIPc. {HO)GaPc, VOPc, TiOPc. MoOPc, GaPc-O-GaPc and con-e- 
sponding derivatives of naphthalocyanine. However, examples of the derivatives of phthalocyanine and naphthalocya- 
nine are not limited to the above compounds. 

[0090] As the electron injecting material, a compound which has the ability to transport electrons, exhibits excellent 
effect of electron injection from the cathode and excellent effect of electron Injecting to the light emitting layer or the light 

45 emitting material, prevents transfer of excited components formed in the light emitting layer into the hole injecting layer 
or the hole injecting material and, has an excellent ability to form a thin film is preferable. Examples of such a compound 
include ftuorenone, anthraquinodimethane, diphenoquinone, thiopyrane dioxide, oxazole, oxadiazole, triazole. imida- 
zole, peryleneteteracarboxylic acid, fiuorenylidenemethane, anthraquinodimethane, anthrone and derivatives of these 
compounds. However, examples of such a compound is not limited to the compounds described above. The electron 

50 injecting property can be improved by adding an electron accepting material to the hole injecting material or an electron 
donating material to the electron injecting material. 

[0091] In the organic EL device of the present invention, more effective electron injecting materials are metal com- 
plex compounds and fh^e-membered derivatives containing nitrogen. 

[0092] Examples of the metal complex compound include S-hydroxyquinolinatolithium. bis(8-hydroxyquinoli- 
55 nato)zinc, bis(8-hydroxyquinolinato)copper, bis{8-hydroxyquinolinato)manganese, tris(8-hydroxyquinormato)aluminum, 
tris(2-methyl-8-hydroxyquinolinato)-aluminum, tris(8-hydroxyquinilinato)galIium, bis(1 0-hydroxybenzo-[h]quinoli- 
nato)beryllium, bis(1 0-hydroxybenzo[h] quinolinato)zinc, bis{2-methyl-8-qulnolinato)chlorogaHium, bis(2-methyl-8-quin- 
olinato(o-cresolato)gaHium, bls(2-methyl-8-quinolinato)(1 -naphtholato)aluminum and bis(2-methyl-8-quinormato)(2- 
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naphtho[ato)galllum. However, examples of the metal complex compound are not limited to the above compounds. 
[0O93] Preferable examples of the five-membered derivative containing nitrogen include derivatives of oxazoles, thi- 
azoles, thiadiazoles and triazoles. Specific examples include 2, 5-bis(1 -phenyl)- 1 ,3,4-oxazole, dimethylPOPOP, 2,5- 
bls<1 -phenyl)-1 ,3,4-thlaz.ole, 2,5-bis(1 -phenyl)- 1 ,3.4-oxadlazole, 2-(4'-tert-butylphenyI)-5-(4"-bipheny l)-1 ,3,4-oxadia- 
zole, 2,5-bis(1 -naphthyl)- 1 ,3,4-oxadiazole, 1 ,4-bis[2-(5-phenyloxadlazolyl)]benzene, 1 ,4-bis[2-(5-phenyloxadiazolyl)-4- 
tert-butylbenzene], 2-(4'-tert-butylphenyl)-5-(4"-biphenyl)-1,3,4-thiadia2ole, 2,5-bts(1 -naphthyl)- 1 ,3,4-thiadiazole, 1,4- 
bis[2-5-phenylthiathazolyl)]benzene, 2-(4tert-butylphenyl)-5-(4"-biphenyl)-1 ,3,4-triazole, 2,5-bis(1 -naphthyl)- 1 ,3,4-tria- 
zole and 1 ,4-bis[2-(5-phenyltriazolyl)]benzene. However, examples of the five-membered derivative containing nitrogen 
are not limited to the above compounds. 

[00S4] In the organic EL device of the present invention, at least one of light emitting materials, doping materials, 
hole injecting materials and electron injecting materials may be contained in the same layer of the light emitting layer in 
addition to the compounds represented by general formulae [1] and [3] to [8]. In order to improve stability of the organic 
EL device of the present invention with respect to the temperature, the humidity and the oxygen, a protecting l^er may 
be formed on the entire surface of the device or the entire device may be protected with silicon oil or a resin. 
[0095] As the conductive material used as the anode of the organic EL device, a material having a work function of 
4 eV or greater is suitable. Examples of such a material include cartDon, aluminum, vanadium, iron, cobalt, nickel, tung- 
sten, silver, gold, platinum, palladium, alloys of these metals, metal oxides used for ITO substrates and NESA sub- 
strates such as tin oxide and indium oxide and organic conductive resins such as polythiophene and polypyrrol. As the 
conductive material used for the cathode, a material having a work function smaller than 4 eV is suitable. Examples of 
such a material include magnesium, calcium, tin, lead, titanium, yttrium, lithium, ruthenium, manganese, aluminum and 
alloys of these metals. However, examples of the materials used for the anode and the cathode are not limited to the 
above examples. Typical examples of the alloy include alloys of magnesium and silver, alloys of magnesium and indium 
and alloys of lithium and aluminum. However, examples of the alloy are not limited to these alloys. The composition of 
the alloy is detemnined by the temperature of the source of vapor deposition, the atmosphere and the degree of vacuum 
and a suitable composition is selected. The anode and the cathode may have a multi-layer structure having two or more 
layers, where necessary. 

[0096] In the organic EL device, it is preferable that at least one face of the device is sufficientiy transparent in the 
wave length region of emitted light to achieve efficient light emission. It is preferable that the substrate is also transpar- 
ent In the preparation of the transparent electrode, the above conductive material is used and vapor deposition or sput- 
tering is conducted so that the prescribed transparency is surly obtained. It is preferable that the electrode disposed on 
the light emitting face has a light transmittance of 1 0% or greater. The substrate is not particulariy limited as long as the 
substrate has mechanical strength and strength at high temperatures and is transparent. Glass substrates or transpar- 
ent films of resins may be used. Example of the transparent films of resins include films of polyethylene, ethylene-vinyl 
acetate copolymers, ethylene-vinyl alcohol copolynners, polypropylene, polystyrene, polymethyl methacrylate, polyvinyl 
chloride, polyvinyl alcohol, polyvinyl butyral, nylon, polyether ether ketones, polsulfones, polyether sulfones, tetrafluor- 
oethylene-perfluoroalkyi vinyl ether copolymers, polyvinyl fluoride, tetrafluoroethylene-ethylene copolymers, tetrafluor- 
oethylene-hexafluoropropylene copolymers, polychlorotrifluoroethyiene, polyvinylidene fluoride, polyesters, 
polycarbonates, polyurethanes, polyimides, polyether imides, polyimides and polypropylene. 

[0097] Each layer of the organic EL device of the present invention can be produced suitably in accordance with a 
dry process of film formation such as vacuum vapor deposition, sputtering and plasma and ion plating or a wet process 
of film formation such as spin coating, dipping and flow coating. The thbkness of the film is not particulariy limited. How- 
ever, it is necessary that the thickness be set at a suitable value. When the thickness is greater than the suitable value, 
a great voltage must be applied to obtain a prescribed output of light and the efficiency deteriorates, Vy^hen the thickness 
is snnallerthan the suitable value, pin holes are formed and a sufficient luminance cannot be obtained even when the 
electric field is applied. In general, the suitable range of the thickness is 5 nm to 1 0 \un. A thickness in the range of 1 0 
nm to 0.2 ^m is preferable. 

[0098] When the device is produced in accordance with a wet process, materials forming each layer are dissolved, 
or dispersed in a suitable solvent such as ethanol, chloroform, tetrahydrofuran and dioxane and a film is fomied from 
the solution or the suspension. The solvent is not particularly limited. In any organic thin layer, suitable resins and addi- 
tives may be used to improve the property to form a film and to prevent formation of pin holes. Examples of the resin 
which can be used Include insulating resins such as polystyrene, polycarbonates, polyarylates, polyesters, polyamides, 
polyurethanes, polysulfones, polymethyl methacrylate, polymethyl acrylate and cellulose, copolymers derived from 
these resins, photoconductive resins such as poly-N-vrnylcarbazole and polysilane and conductive resins such as pol- 
ythiophene and polypyrrol. Examples of the additive include antioxidants, ultraviolet light absorbents and plasticizers. 
[0099] As described above, by using the compounds of the present invention for the light emitting layer of the 
organic EL device, practically sufficient luminance can be obtained under application of a low voltage. Therefore, the 
organic EL device exhibiting a high efficiency of light emission and having a long life due to suppressed degradation 
and excellent heat resistance can be obtained. 
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[0100] The organic EL device of the present invention can be used for a planar light emitting member such as a flat 
panel display of wall televisions, a back light for copiers, printers and liquid crystal displays, a light source of instru- 
ments, display panels and a marker light. 

[0101] The materials of the present invention can be used not only for the organic EL devices but also in the field 
of electronic photosensitive materials, opto-electric conversion devices, solar batteries and image sensors. 
[0102] Examples of the primary amine represented by general formula [1 5] which is used in the process for produc- 
ing a materia! for organic EL devices of the present invention include primary allcylamines such as methylamine, ethyl- 
amine, n -propylamine, isopropylamine, n-butylamine, isobutylamine, sec-butylamine, tert-butylamine, n-amylamine, 
isoamyl amine, tert-amyl amine, cyclohexylamine, n-hexylamine, heptylamine, 2-aminoheptane, 3-aminoheptane, 
octylamire, nonylamine, decylamine, undecylamine, dodecylamine, tridecylamine, 1 -tetradecylamine, pentade- 
cylamine, l-hexadecylamine and octadecylamine; primary alkyldiamines such as ethylenediamine, 1 ,2-diaminopro- 
pane, 1 ,3-diaminopropane and 1 ,4-dlaminobutane; arylamines such as aniline, o-fluoroaniline, m-fluoroaniline, p- 
fluoroaniline o-toluidine, m-toluidine, p-toluidine, o-anisidine, m-anisidine, p-anisidine, 1-naphthylamine, 2-naphthyl- 
amine, 1 -aminoanthracene, 2-amlnoanthracene, 2-amlnobiphenyl, 4-aminobiphenyl, 9-aminophenanthrene, 2-trifluor- 
omethyltoluidine. 3-trifluoromethyltoluidine and 4-trifluoromethy!toluidine; aryldiamines such as p-phenylenediamrne, 
m-phenylenediamine, p-phenylenediamine, fluorenediamine and 1,8-naphthalenediamine; and the following com- 
pounds: 




[0103] Examples of the secondary amine represented by general formula [1 5] include the following compounds: 
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[0104] The aryl halide represented by general fomiula [1 6] is not particularly limited. The group represented by Ar 
is, in general, an alkyi group having 1 to 18 carbon atonns or a substituted or unsubstituted aryl group having 6 to 22 
carbon atoms. The aromatic ring may have substituents. In the present invention, the aryl group Include hydrocarbon 
groups having condensed rings. 

[0105] Examples of the aryl halide include aryl bromides such as bromobenzene, o-bromoanisole, m-bro- 
moanisole, p43romoanisole, o-bromotoluene, m-broinotoluene, p-bromotoluene, o-bromophenol, m-bromophenol, p- 
bromophenol, 2-bromobenzotrifluoride, 3-bromobenzo-trifluoride, 4-bromobenzenetrifluoride, 1-brbmo-2.4-dimethoxy- 
benzene, 1 -bromo-2,5-dimethoxybenzene, 2-bromophenetyl alcohol, 3-bromophenetyl alcohol, 4-bromophenetyl alco- 
hol, 5-bromo-1 ,2,4-trimethylbenzene, 2-bromo-m-xylene, 2-bromo-p-xylene, 3-bromo-o-xylene, 4-bromo-o-xyfene, 4- 
bromoHTi-xylene, 6-bromo-m-xylene, 1 -bromo-3-(trifluoromethoxy)benzene, 1-bromo-4-(trifIuoromethoxy)beuzene, 2- 
bromobiphenyl, 3-bromobiphenyl, 4-bromobiphenyl, 4-bromo-1,2-(methylenedioxy)benzene, 1 -bromo-naphtbalene, 2- 
bromonaphthalene, 1 -bromo-2-methylnaphthalene and 1-bromo-4-methylnaphthalene; aryl chlorides such as chlo- 
robenzene, o-chloroanisole, m-chloroanisole, p-chloroanisole, o-chlorotoluene, m-chlorotoluene, p-chlorotoluene, o- 
chlorophenol, m-chlorophenol, p-chlorophenol, 2-chlorobenzotrifluoride, 3-chlorobenzotrifiuoride, 4-chlorobenzenetrif- 
luoride, 1-chloro-2, 4-dimethoxybenzene, 1-chloro-2, 5-dimethoxybenzene, 2-chlorophenetyl alcohol, 3-chlorophenetyl 
alcohol, 4-chlorophenetyl alcohol, 5-chloro-1 ,2,4-trimethylbenzene, 2-chloro-m-xylene, 2-chloro-p-xylene, 3-chloro-o- 
xylene, 4-chloro-o-xylene, 4-chloro-m-xylene, 5-chloro-m -xylene, 1-chloro-3-(trif I uoromethoxy) benzene, 1 -chloro-4-{tri- 
fluoromethoxy)benzene, 2-chloroblphenyl, 3-chlorobiphenyl, 4-chlorobiphenyl, 1 -chloronaphthalene, 2-chloronaphtha- 
lene, 1-chlorc-2-methylnaphthalene and 1 -chloro-4-methylnaphthalene; aryl iodides such as iodobenzene, o- 
iodoanisole, m-iodoanisole, p-iodoanisole, o-iodotoluene, m-iodotoluene, p-iodotoluene, o-iodophenol, m-iodophenol, 
p-iodophenol, 2-iodobenzotrifluoride, 3-iodobenzotrifluoride, 4-iodobenzenetrifluoride, 1 -iodo-2,4-dimethoxybenzene, 
1-iodo-2,5-dimethoxybenzene, 2-iodophenetyl alcohol, 3-iodophenetyl alcohol, 4-iodophenetyl alcohol, 5-iodo-1,2,4-tri- 
methylbenzene, 2-iodo-m-xylene, 2-iodo-p-xylene, 3-iodo-o-xylene, 4-iodo-o-xylene, 4-iodo-m -xylene, 5-iodo-m- 
xylene, 1-iodo-3-(trif I uoromethoxy) benzene, 1-lodo-4-(trifluoromethoxy)benzene, 2-iodobiphenyl, 3-iodobiphenyl, 4- 
iodoblphenyl, 1 -iodonaphthalene, 2-iodonaphthalene, 1 -iodo-2-methylnaphthalene and 1-iodo-4-methylnaphthalene; 
aryl fluorides such as fluorobenzene, o-fluoroanisole, m-fluoroaxlsole, p-fluoroanisole, o-fluorotoluene, m-fluorotolu- 
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ene, p-fluorotoluene, o-fluorophenol, m-fluorophenol, p-fluorophenol, 2-fluoroben20trifluoride, S-fluorobenzotrifluoride, 
4-fluorot?en2enetrtfluoricle, 1-fluoro-2,4-dimetboxybenzene, 1-fluoro-2, 5-dimethoxybenzene, 2-fluorophenetyl alcohol, 
3-fluorophenetyl alcohol, 4-fluorophenetyl alcohol, 5-fluoro- 1 ,2,4-trimethylbenzene, 2-fluoro-m-xylene, 2-fluoro-p- 
xylene, 3-fluoro-o-xylene, 4-fluorO'O-xylene, 4-fluoro-m-xylene, 5-fluoro-m-xylene, 1-fIuoro-3-(trifluoromethoxy)ben- 
5 zene, 1-fluoro-4-{trifluoromethoxy)benzene, 2-fluorobiphenyl, 3-fluorobi phenyl, 4-fluorobiphenyl, 4-fluoro-1,2-{methyl- 
enedioxy)benzene, 1-fluoronaphthalene, 2-fluoronaphthalezie, 1 -fluoro-2-methylnaphthalene and 1-fluoro-4- 
methylnaphthalene; and the following compounds: 




35 



[0106] Aryl halides having 2 or more halogen atoms and preferably 2 or 3 halogen atoms can also be used as long 
as the object of the present invention is not adversely affected. Examples of the aryl halide having 2 or more halogen 
atoms include 1,2-dibromobenzene, 1 ,3-dibromobenzene, 1 ,4-dibromobenzene, 9, 10-dibromoanthracene, 9, 10- 

40 dichloroanthracene, 4,4'-d]bromobiphenyl, 4,4'-dichlorobiphenyl, 4,4'-diiodobiphenyl, 1-bromo-2-fluorobenzene, 1- 
bromo-3-f luorobenzene, 1 4Dromo-4-fluorobenzene, 2-bromochlorobenzene, 3-bromochlorobenzene, 4-bromochlo- 
robenzene, 2-bromo-5-chiorotoluene, 3-bromo-4-chlorobenzotrifluoride, 5-bromo-2*chlorobenzotrifluoride, 1-bromo- 
2,3-dichlorobenzene, 1- bromo-2,6-dichlorobenzene, 1-bromo-3, S-dichlorobenzene, 2-bromo-4-fluorotoluene, 2- 
bromo-5-fluorotoluene, 3-bromo-4-fluorotoluene, 4-bromo-2-fluorotoluene. 4-bromo-3-fluorotoluene, tris (4-bromophe- 

45 nyl) amine, 1 ,3,5-tribromobenzene and the following compounds: 
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[01 07] In the process for producing nnaterials for organic EL devices of the present invention, the method of addition 
35 of the aryf hafide is not particularly limited. For example, two different types of aryl halides may be mixed with a primary 
amine before starting the reaction and the reaction may be conducted using the obtained mixture. Alternatively, a pri- 
mary amine may be reacted with one of two types of aryl halides. Then, the obtained secondary amine may be added 
to the other aryl halide and the reaction is conducted. The latter method in which different aryl halides are added suc- 
cessively is preferable because a tertiary amine can be produced more selectively. 
40 [01 08] The amount of the added aryl halide is not particularly limited. When the two types of aryl halides are added 
to the primary amine simultaneously, it is suitable that the amount of the aryl halide is in the range of 0.5 to 1 0 moles 
per 1 mole of the primary amine. From the standpoint of economy and easier treatments after the reaction such as sep- 
aration of the unreacted aryl halide, it is preferable that the amount of the aryl halide is in the range of 0.7 to 5 moles 
per 1 mole of the primary amine. When the two types of aryl halides are added successively to the primary amine, the 
45 aryl halide which is added first is added to the reaction system in an amount in the range of 0.5 to 1 .5 moles per 1 mole 
of the amino group in the primary amine. From the standpoint of improving the selectivity of the tertiary amine of the 
object compound, it is preferable that the above aryl halide is added to the reaction system in an amount of 0.9 to 1.1 
mole per 1 mole of the amino group in the primary amine. 

[0109] The aryl halide which is added after preparation of the secondary amine is added in an amount of 0.1 to 10 
50 mole per 1 mole of the amino group in the primary amine used as the starting material. To prevent complicated opera- 
tions in separation of the unreacted aryl haHde and the unreacted secondary amine after the reaction, it is preferable 
that the aryl halide is added in an amount of 0.9 to 5 mole per 1 mole of the amino group in the primary amine used as 
the starting material. 

[01 1 0] The palladium compound used as the catalyst component in the present invention is not particularly limited 
55 as long as it is a compound of palladium. Examples of the palladium compound include compounds of tetravalent pal- 
ladium such as sodium hexachloropalladate(IV) tetrahydrate and potassium hexachloropalladate(IV); compounds of 
divalent palladium such as patladium(li) chloride, palladium(ll) bromide, palladium(ll) acetate, palladium acetyiaceto- 
nate(ll), dichlorobis(benzonitrile)palladium(lf), dichlorobis(acetonitrile)palladium(ll), dlchloro(bis(diphenyip- 
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bosphino)ethane)pa]ladium(ll), dichlorobis(trtphenylphosphine)pallaciium(ll), clichlorotetraamminepallad]um(ll), 
dichloro(cycloocta-1, 5-diene)palladium(ll) and palladium trifluoroacetate(ll); and compounds of zero-vale nt palladium 
such as tris(diben2ylideneacetone) dipalladium(O) (Pd2(dba)3), chloroform complex of tris(d]benzylideneacetone) dipal- 
ladlum(O), tetrakis(triphenyl-phosphine)palladium(0) and bis(bis(diphenylphosphino)ethanepallad]um(0). In the proc- 
ess of the present invention, the amount of the palladium compound is not particularly limited. The amount of the 
palladium compound is 0.00001 to 20.0% by mole as the amount of palladium per 1 mol of the primary amine. The ter- 
tiary annine can be synthesized with a high selectivity when the amount of the palladium compound is in the above 
range. Since the palladium compound is expensive, it is preferable that the amount of the palladium compound is 0.001 
to 5.0 m ole as the amount of palladium per 1 mole of the primary amine. 

[0111] In the process of the present invention, the trialkylphosphine compound used as the catalyst component is 
not particularly limited. Examples of the trialkylphosphine compound include triethyiphosphine, tricyclohexylphosphine, 
triisopropylphospbine. tri-n-butylphosphine, triisobutylphospbine, tri-sec-butyljshosphlne and tri-tert-butylphosphine. 
Among these compounds, tri-tert-butylphosphine is preferable because of the high reaction activity. The triarylphos- 
phine compound is not particularly limited. Examples of the triarylphosphine include triphenylphosphine, benzyldiphe- 
nylphosphine, tri-o-toluylphosphine, tri-m-toluylphospbine and tri-p-toluylphosphine. Among these compounds, 
triphenylphosphine and tri-o-toluylphosphine are preferable. The diphosphine compound is not particularly limited. 
Examples of the diphosphine compound include bls(dimethylphosphino)methane, bls(dimethylphosphlno)ethane, 
bis(dicyclohexylphosphino)methane, bis(dicyclohexylphosphino)ethane, bis(diphenylphosphino)ethane, 1 ,3-bis(diphe- 
nylphosphino)propane, 1 ,4-bis(diphenylphosphino)butane, bis(diphenylphosphino)ferrocene, (R)-2,2'-bis(diphenyl- 
phosphino)-1,1'-binaphthyl((R)-BINAP). (S)-2, 2'-bis(dlphenylphosphino)-1,r-binaphthyl-((S)-BINAP), 2,2'- 
bis(diph€nylphosphino)- 1,r-bisnaphthyl({±)-BlNAP), 2S, 3S-bis(diphenylphosphino)butane((S,S)-CHIRAPHOS), 2R, 
3R-bis(diphenylphosphino)butane((R,R)-CHIFlAPHOS), 2,3-bis(diphenyl-phosphino)butane(±)-CHIRAPHOS), (R)- 
2.2'-bis(di-p-toluylphosphino)-1 ,1 -binaphthyl((R)-Tol-BlNAP), (S)-2.2'43is(di-p-toluylphosphino)-1 ,1 '-binaphthyl((S)-Tol- 
BINAP), 2,2'-bis(di-p-toluylphosphino)-1,r-bisnaphthyl((±)-Tol-BINAP), 4R,5R-bis(diphenylphosphinomethyl)-2,2- 
dimethyl-1,3-dioxorane((R,R)-D10P), 4S, 5S-bis{diphenylphosphino-methyl)-2,2-dimethyI-1,3-dioxorane(S,S)-DIOP), 
4, 5-bis(diphenyl-phosphinomethyl)-2,2-dimethyl- 1 ,3-dixorane{(±)-DIOP), N,N'-dimethyl-(S)-1 -[(R)-1 ',2-bis(diphenyl- 
phbsphino)fen'ocenyl]ethylamine((S),(R)-BPPFA), N,M'-dimethyl-(R)-1-[(S)-1\2-bis(diphenylphosphino)fen'ocenyl] - 
ethylamine((R),(S)-BPPFA) and N,N'-dimethyl-l-[V,2-bis(diphenyl-phosphino)ferrocenyl]ethyllamine({±)-BPPFA). 
Among these compounds, bis(dlphenylphosphino)ethane, 1,3-bis(diphenylphosphino)propane, bis(diphenylphos- 
phlno)ferrocene and BlNAPs are preferable. BlNAPs may be either optically active compounds or racemic compounds. 
[0112] The amounts of the trialkylphosphine compound, the triphenylphosphine compound and the diphosphine 
compound are 0.01 to 10,000 mole per 1 mole of the palladium compound. As long as the amounts are in this range, 
the selectivity of the arylamine does not change. However, it is preferable that the amount is 0.1 to 10 mole per 1 mol 
of the palladium compound since the phosphine compounds are expensive. 

[0113] In the process of the present invention, the palladium compound and the phosphine compound are the 
essential components of the catalyst. The combination of these components is added to the reaction system as the cat- 
alyst. As the method of addition of the components, the two components may be added to the reaction system sepa- 
rately or in the form of a complex which is prepared in advance. 

[0114] The base which can be used in the present reaction is not particularly limited and can be selected from inor- 
ganic bases such as sodium carbonate and potassium carbonate and alkali metal alkoxides and organic bases such as 
tertiary amines. Preferable examples of the base include alkali metal alkoxides such as sodium mothoxide, sodium 
ethoxide, potassium methoxtde. potassium ethoxide, lithium tert-butoxide, sodium tert-butoxide, potassium tert-butox- 
ide and cesium carbonate (CS2CO3). The base may be added into the reaction field without any treatment. Alternatively, 
the base may be prepared from an alkali metal, a hydrogenated alkali metal or a alkali metal hydroxide and an ak^ohol 
at the place of reaction and used in the reaction field. 

[0115] The amount of the base is not particularly limited. It is preferable that the amount is 0.5 mole or more per 1 
mole of the halogen atom in the two different types of aryl halides which are added to the reaction system. When the 
amount of the base is less than 0.5 mol, the acth^ity of the reaction decreases and the yield of the arylamine decreases. 
Therefore, such an amount is not preferable. When the base is added in a great excess amount, the yield of the 
arylamine does not change and, on the other hand, treatments after the reaction become complicated. Therefore, it is 
more preferable that the amount is 1.0 mole or more and less than 5 mole per 1 mole of the halogen atom. 
[0116] The reaction in the process of the present invention is conducted, in general, in the presence of an inert sol- 
vent. The solvent is not particularly limited as long as the solvent does not adversely affect the reaction much. Examples 
of the solvent include aromatic hydrocarbon solvents such as benzene, toluene and xylene, ether solvents such as die- 
thyl ether, tetrahydrofuran and dioxane, acetonitrile, dimethylfomnainide, dimethylsulfbxide and hexamethylphosphotri- 
amide. Aromatic hydrocarbon solvents such as benzene, toluene and xylene are preferable. 

[0117] It is preferable that the process of the present invention is conducted under the ordinary pressure in an 
atmosphere of an Inert gas such as nitrogen and argon. The process can be conducted also under an added pressure. 
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[01 18] In the process of the present invention, the temperature of the reaction can be selected in the range of 20 to 
30O**C and preferably in the range of 50 to 200°C. The time of the reaction can be selected in the range of several min- 
uter to 72 hours. 

[01 19] The process of the present invention in which the arylamlne compound is obtained in the presence of the 
5 catalyst comprising the phosphine compound and the palladium compound and the base is specifically described in 
Synthesis Examples 1 2, 1 3. 1 4, 1 7 and 20, 

[01 20] The present invention will be described more specifically with reference to examples in the following- How- 
eve r, the present invention is not limited to the examples. 

70 Synthesis Example 1 (Compound (2)) 

Syrithesis of Intermediate Compound A 

[01 21] In a 200 ml round bottom flask, 0.38 g (2.04 mmole) of 4-bromobenzaldehyde and 0.98 g (4.29 mmole) of 
75 ethyl benzylphosphonate were dissolved in 40 ml of dimethylsulfoxide. To this was added. 0.5 g (4.49 mmole) of potas- 
sium t-butoxide in small portions at the room temperature and the resulting mixture was stin-ed for 18 hours. The reac- 
tion mixture was poured into 500 ml of vyater, solid was filtered to give yellow solid (0.5 g). 

[0122] In a 100 mi round bottom flask, the crystals obtained above, 2.0 g (12.0 mmole) of potassium iodide and 
1.14 g (6.0 mmole) of copper iodide were dissolved in 10 ml of hexamethylphosphoramide and the resulting mixture 
20 was stirred under heating at 1 50^C for 6 hours. After the reaction was completed, 1 0 ml of a 1 N aqueous hydrochloric 
acid was added to the reaction mixture and the organic layer was extracted with toluene. After the extract was concen- 
trated, the reaction product was purified by recrystallizing from a mixture of diethyl ether and methanol and 0.28 g (the 
yield: 45%) of the following Intermediate Compound A was obtained: 



Synthesis of Intermediate Compound B 

[0123] In a 50 ml round bottom flask, 3 g (1 7.4 mmole) of p-bromoaniline was suspended in 1 0 ml of a 6 N aqueous 
hydrochlork; acid and cooled. To the cooled suspension, a solution prepared by dissolving 1J25 g (18.1 mmole) of 

40 sodium sulfite in 5.3 ml of water was slowly added dropwise at an inner temperature of 4*'C. The resulting mbcture was 
stirred at the same temperature for 1 hour and an aqueous solution of a diazonium compound was obtained. 
[0124J Separately, in a 100 ml round bottom flask, 0.3 g (1.7 mmole) of anthracene was dissolved in 5 ml of ace- 
tone. To this was added a solution prepared by dissolving 0.46 g of copper(ll) chloride dihydrate in 5.7 ml of water and 
the mixture was cooled to 4''C. To the cooled mixture, the aqueous solution of a diazonium compound obtained above 

45 was added at the same temperature and the resulting mixture was stirred for over night at the room temperature. After 
the reaction was completed, precipitated crystals were filtered, washed with methanol and dried and 0.2 g (the yield: 
24%) of the following Intermediate Compound 6 was obtained: 



25 
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15 

Synthesis of Compound (2) 

[0125] In a 100 ml round bottonn flask, 0.01 8 g (0.2 mmole) of aniline was dissolved in 5 ml of methylene chloride. 
To this was added 0.05 g (0.5 mmole) of acetic anhydride and the resulting mixture was stinted at the room temperature 

20 for 1 hour Then, the reaction solvent was removed by distillation and an oily compound was obtained. To the oily com- 
pound, 0.56 g (1.8 mmole) of Intermediate Compound A, 5 g of potassium carbonate, 0.3 g of copper powder and. 20 
ml of nitrobenzene were added and the resulting mixture was stirred at 210°C for 2 days. Then, the solvent was 
removed by distillation and 10 ml of diethylene glycol and a solution prepared by dissolving 3 g of potassium hydroxide 
into 1 0 ml of water were added. The resulting mixture was stirred at 1 1 0'^C for one night. After the reaction was com- 

25 pleted, a mixture of ethyl acetate and water was added to the reaction mixture and the organic layer was separated. 
After the solvent was removed by distillation, crude crystals were obtained. 

[0126] Subsequently, into a 100 ml round bottom flasK the crude crystal obtained above, 0.05 g (0.1 mmole) of 
Intermediate Compound B, 5 g of potassium carbonate, 0.3 g of copper powder and 20 ml of nitrobenzene were placed 
and the mixture was stirred under heating at 220**C for 2 days. After the reaction was completed, precipitated crystals 
30 were separated by filtration, washed with methanol, dried and purified in accordance with the column chromatography 
(silica gel, hexane/toluene=:1/1) and 0.0 17 g of yellow powder was obtained. The powder was identified to be Com- 
pound (2) by the measurements in accordance with NMR, IR and FD-MS (the field desorption mass spectrometry) (the 
yield: 20%). 

35 Synthesis Example 2 (Compound (9)) 

Synthesis of Intermediate Compound C 

[0127] In a 200 ml round bottom flask, 51.2 g (0.3 mole) of diphenylamine, 71.4 g (0.3 mole) of 1 ,4-dibromoben- 
40 zene, 34.6 g (0.36 mole) of potassium t-butoxide, 4.2 g (5.9 mmole) of PdCl2(PPh3)2 and 1 .2 liter of xylene were mixed 
together and the obtained mixture was stirred at 130®C for one night. 

[0128] After the reaction was completed, the organic layer was concentrated and about 100 g of brown crystals 
were obtained. The crystals were purified in accordance with the column chromatography (silica gel, hexane/tolu- 
ene=10^1) and 28 g (the yield: 29%) of the following Intermediate Compound C was obtained: 

45 
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Synthesis of Compound (9) 

[0129] In a 100 ml round bottom flask, 0.48 g (1 mmole) of Intermediate Compound B was dissolved in 10 ml of 
diethyl ether and the mixture was cooled to -78'*C. To the cooled mixture, 2 ml (1 .5 M, 3 mmole) of n-butyllithium was 
5 added and the resulting mixture was stirred for 1 hour. Then, a solution prepared by dissolving 0.3 g (3 mmole) of tri- 
methyl borate in 5 ml of diethyl ether was added dropwise to the mixture. After the addition was completed, the resulting 
mixture was stin-ed at -78*'C for 1 . hour. Then. 1 0 ml of a 1 N aqueous hydrochloric acid was added at the room tem- 
perature. After the organic layer was separated, the solvent was removed by distillation arid crude crystals were 
obtained. 

10 [0130] In a 1 00 ml round bottom flask, the crude crystals obtained above, 0.97 g (3 mmole) of Intemnediate Com- 
pound C, 12 mg of Pd(PPh3)4 and 0.32 g (1.5 mmole) of potassium phosphate were dissolved in 10 ml of dimethylfor- 
mamide and the resulting mixture was stin-ed at 1 00** C for 4 hours. After the organic layer was separated, the solvent 
was removed by distillation and crude crystals were obtained. The crude crystals were purified by the column chroma- 
tography (silica gel, benzene/ethyl acetate=50/1 ) to give 0.13 g of yellow powder. The powder was identified to be Com- 

75 pound (9) by the measurements in accordance with NMR, IR and FD-MS (the yield: 14%). 

Synthesis Example 3 (Compound (18)) 
Synthesis of Intermediate Compound D 

20 

[01 31] A Grignard reagent was prepared by adding magnesium and diethyl ether to 0.48 g (2.0 mmol) of 1 ,4-dibro- 
mobenzene. Separately, in a 100 mi round bottom flask, 5.7 g (20.0 mmole) of 1 ,4-dibromonaphthalene and 10 mg of 
NiCl2(dppp) were dissolved in 20 ml of diethyl ether and the resulting mixture was cooled in an ice bath. To the cooled 
mixture, the Grignard reagent prepared above was added and the obtained mixture was stirred under refluxing for 6 
25 hours. After the reaction was completed, 1 0 ml of a 1 N aqueous hydrochloric add was added. After the organic layer 
was separated, the solvent was removed by distillation and 0.30 (the yield: 30%) of the following tntenmediate Com- 
pound D was obtained: 



30 




35 



CEntemiediate Compound D) 



40 

Synthesis of Compound (18) 

[0132] In a 100 ml round bottom flask, 0.09 g (1.0 mmole) of aniline and 0.25 g (2.5 mmole) of acetic anhydride 
were dissolved into 5 ml of methylene chloride. The resulting mixture was stirred at the room temperature for 1 hour. 

45 Then, the solvent was removed by distillation and an oily compound was obtained. To this was added 0.4 g (4.5 mmole) 
of Intermediate Compound A, 5 g of potassium carbonate, 0.3 g of copper powder and 20 mi of nitrobenzene and the 
resulting mixture was stirred under beating at 210°C for 2 days. Then, the solvent was removed by distillation and 1 0 ml 
of diethylene glycol and a solution prepared by dissolving 3 g of potassium hydroxide into 10 ml of water were added to 
the residue. The resulting mixture was stirred at 1 10^'C for one night. After the reaction was completed, a mixture of 

so ethyl acetate and water was added to the reaction mixture. After the organic layer was separated, the solvent was 
removed and crude crystals were obtained. 

[0133] Subsequently, into a 1 00 ml round bottom flaslc, the above crude crystals, 0.5 g (1 .0 mmole) of Intermediate 
Compound D, 5 g of potassium carbonate and 0.3 g of copper powder were dissolved in 20 ml of nitrobenzene and the 
resulting mixture was stirred under heating at 220°C for 2 days. After the reaction was completed, precipitated crystals 
55 were filtered, washed with methanol, dried and purified by the column chromatography (silica gel, hexaneAoluene=1/1) 
to give 0.1 g of yellow powder. The powder was identified to be Compound (1 8) by the measurements in accordance 
with NMR. IR and FD-MS (the yield: 10%). 
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Example 1 

[0134] A cleaned glass plate having an ITO electrode was coated with a composition which contained Compound 
(2) obtained above as the fight emitting material,. 2,5-bis(1-naphthyl)-1 ,3,4-oxadiazole and a polycarbonate resin (man- 

5 ufactured by TEI JIN KASEI Co., Ltd.; PANLITE K-1 300) in amounts such that the ratio by weight was 5:3:2 and was dis- 
solved In tetrahydrofuran in accordance with the spin coating and a light emitting layer having a thickness of 1 00 nm 
was obtained. On the obtained light emitting layer, an electrode having a thickness of 150 nm was formed with an alloy 
prepared by mixing aluminum and lithium in amounts such that the content of lithium was 3% by weight and an organic 
EL device was obtained. The organic EL device exhibited a luminance of emitted light of 200 (cd/m^), the maximum 

10 luminance of 14,000 (cd/m^) and an efficiency of light emission of 2.1 (Im/W) under application of a direct current volt- 
age of 5 V 

Example 2 

15 [0135] On a cleaned glass plate having an ITO electrode, Compound (9) obtained above was vacuum vapor depos- 
ited as the light emitting material and a light emitting layer having a thickness of 100 nm was fonned. On the layer 
formed above, an electrode having a thickness of 1 00 nm was formed with an alloy prepared by mixing aluminum and 
lithium in amounts such that the content of lithium was 3% by weight and an organic EL device was obtained. The light 
emitting layer was formed by vapor deposition under a vacuum of 10~® Torr while the temperature of the substrate was 

20 kept at the room temperature. The organic EL device exhibited a luminance of emitted light of about 110 (cd/m^), the 
maiximum luminance of 20,000 (cd/m^) and an efficiency of light emission of 2.1 (Im/W) under application of a direct cur- 
rent voltage of 5 V. 

Example 3 

25 

[0136] On a cleaned glass plate having an ITO electrode. Compound (2) oi3tained above was vacuum vapor depos- 
ited as the light emitting material and a light emitting layer having a thickness of 50 nm was formed. Then, an electron 
injecting layer having a thickness of 10 nm was formed by vapor deposition of the following compound (Alq): 

30 




(A I q) 



35 0 4^ 

Ml 

On the layer formed above, an electrode having a thickness of 1 00 nm was formed with an alloy prepared by mixing 
40 aluminum and lithium in amounts such that the content of lithium was 3% by weight and an organic EL device was 
obtained. The light emitting layer and the electron injecting layer were formed by vapor deposition under a vacuum of 
1 0'^ Torr while the temperature of the substrate was kept at the room temperature. The organic EL device emitted bluish 
green light with a luminance of emitted light of about 600 (cd/m^), the maximum luminance of 30,000 (cd/m^) and an 
efficiency of light emission of 3.0 (ImA/V) under application of a direct current voltage of 5 V. When the organic EL device 
45 was driven by a constant electric current at an initial luminance of emitted light of 600 (cd/m^), the half life time was as 
long as 2,000 hours. 

Examples 4 to 1 6 

50 [0137] On a cleaned glass plate having an ITO electrode, the light emitting material shown in Table 1 was vapor 
deposited and a light emitting layer having a thickness of 80 nm was obtained. Then, the compound (Alq) described 
above was vacuum vapor deposited as the electron injecting material and an electron injecting layer having a thickness 
of 20 nm was formed. On the layer fonned above, an electrode having a thickness of 150 nm was formed with an alloy 
prepared by mixing aluminum and lithium in amounts such that the content of lithium was 3% by weight. Organic EL 

55 devices were obtained in this manner. The above layers were formed by vapor deposition under a vacuum of 10~® Ton* 
while the temperature of the substrate was kept at the room temperature. The light emitting properties of the obtained, 
devices are shown in Table 1 . The organic EL devbes in these Examples all showed excellent luminances such as the 
maximum luminance of 10,000 (cd/m^ or greater. 
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Table 1 



5 


Example No. 


Type of light emitting 
material 


Efficiency of light emis- 
sion (Im/W) 


Half iife time (hour) 




4 


(3) 


2.8 


3200 




5 


(4) 


2.4 


2600 


10 


6 


(5) 


3.0 


3200 




7 


(6) 


1.2 


1200 




8 


(9) 


2.8 


2800 




9 


(10) 


1.7 


1700 


IS 


10 


(13) 


1.0 


1400 




11 


(14) 


2.1 


2700 




12 


(15) 


2.9 


4200 


20 


13 


(18) 


1.6 


1300 




14 


(20) 


2.6 


1800 




15 


(26) 


3.1 


4000 




16 


(27) 


1.4 


2100 



25 



Example 17 

[01 38] On a cleaned glass plate having an ITO electrode, the following compound (TPD74): 

30 



35 



40 




(TPD 7 4) 



was vacuum vapor deposited as the hole injecting material and a film having a thickness of 60 nm was formed. Then, 
the following compound (NPD): 

45 



50 




(NPD) 



was vacuum vapor deposited on the film formed above as the hole transporting material and a film having a thlcl<ness 
55 of 20 nm was formed. Then, 4,4'>bis(2,2-diphenylvinyl)biphenyl (DPVBi) and Compound (3) obtained above were vapor 
deposited simultaneously and a layer having a content of Compound (3) of 6% by weight and the thickness of 40 nm 
was fomned. Compound (3) works as the fluorescent dopant. Subsequently, the compound (Alq) was vapor deposited 
as the electron injecting material and a layer having a thickness of 20 nm was formed. Then, LIF was vapor deposited 
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and a layer having a thickness of 0.5 nm was formed. An electrode was fomned on the above layers by vapor deposition 
of aluminum and a layer having a thickness of 1 00 nm was formed. Thus, an organic EL was obtained. The above layers 
were formed by vapor deposition under a vacuum of 1 0'^ Torr while the temperature of the substrate was kept at the 
room temperature. The organic EL device exhibited a luminance of emitted light as high as about 750 (cd/m^) under 
5 application of a direct current voltage of 5 V. When the organic EL devk^e was driven by a constant electric current at 
an initial luminance of emitted light of 400 (cd/m^), the half life time was as long as 3,000 hours. 

Comparative Example 1 

10 [0139] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
ple 1 except that the following Compound of Comparative Example 1 : 



15 




(Ck>inpound of Comparative Example 1) 



was used as the light emitting material. The obtained organrc EL device exhibited a luminance of emitted light of 60 
25 (cd/m^) and an efficiency of light emission of 0.34 (Im/W) under application of a direct current voltage of 5 V. Sufficient 
properties could not be obtained. 

Comparative Example 2 

30 [0140] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
ple 3 except that the following Compound of Comparative Example 2: 



35 




40 

(Compoimd of Comparative Example 2) 

was used as the light emitting material. The obtained organic EL device exhibited a luminance of emitted light of 200 
45 (cd/m^) and an efficiency of light emission of 1 .2 (ImA/V) under application of a direct current voltage of 5 V. However, 
when the organic EL device was driven by a constant electric current at an initial luminance of emitted tight of 400 
(cd/m^), the half life time was as short as 600 hours. 

Test of heat resistance 

50 

[0141] The organic EL devices prepared in Examples 2 and 3 and Comparative Examples 1 and 2, which had been 
used for the measurement of luminance of emitted light, were placed in a chamber kept at the constant temperature of 
1 00**C. After 500 hours, luminance of light emission was measured again. The values of luminance before and after the 
devices were kept in the chamber were compared and the retention of luminance was calculated. 
55 [0142] The retentions of luminance of the organic EL devices prepared in Examples 2 and 3 and Comparative 
Examples 1 and 2 thus obtained were 85%, 90%; 25% and 30%, respectively. As shown by this result, the compounds 
used as the light emitting material in Comparative Examples 1 and 2 could not retain luminance because the com- 
pounds had glass transition temperatures lower than lOO'^C. In contrast, the compounds used as the light emitting 
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material in Examples 2 and 3 exhibited excellent heat resistance and could retain luminance for a long time because 
the compounds had glass transition temperatures higher than 1 1 0'^C. 

Synthesis Example 4 (Compound (30)) 

5 

Synthesis of Intermediate Compound E (6,12-diiodochrysene) 

[0143] In a 300 ml round bottom fiask, 5 g (22 mmole) of chrysene was dissolved in 1 00 ml of carbon tetrachloride. 
To this was added 1 6 g (64 mmole) of iodine dissolved In 1 00 ml of carbon tetrachloride dropwise at the room temper- 
10 ature. The resulting mixture was stirred under heating for 5 hours, precipitated crystals were separated by filtration and 
the crystals were washed with 1 00 ml of carbon tetrachloride. The crude crystals were recrystallized from 200 mi of tol- 
uene and Intermediate Compound E was obtained (the yield: 35%). " 

Synthesis of Compound (30) 

IS 

[0144] In a 100 ml two-neci<ed flask, 2 g (10 mmole) of 4-aminostiIbene was dissolved in 20 ml of methylene chlo- 
ride. To this was added 2.5 g (25 mmole) of acetic anhydride. The resulting mixture was stirred at the room temperature 
for 1 hour. Then, the reaction solvent was removed by distillation and an oily compound was obtained. In a 300 ml two- 
necked flask, 4.1 g (20 mmole) of iodobenzene, 3 g (30 mmole) of potassium carbonate, 0.06 g (1 mmole) of copper 

20 powder and 1 00 ml of nitrobenzene were added to the obtained oily compound and the obtained mixture was stirred 
under heating at 220**C for 2 days. Then, the solvent was removed by distillation and 10 ml of diethylene glycol and a 
solution prepared by dissolving 30 g of potassium hydroxide into 1 00 ml of water were added to the residue. The reac- 
tion was allowed to proceed at 110°C for one night. After the reaction was completed, a mixture of ethyl acetate and 
water was added to the reaction mixture. After the organic layer was separated, the solvent was removed by distillation 

25 and crude crystals were obtained. 

[0145] Subsequently, in a 300 ml two-necked flask, the above cmde crystals. 2.4 g (5 mmole) of Intermediate Com- 
pound E, 3 g (20 mmole) of potassium carbonate and 0.06 g (1 mmole) of copper powder were dissolved in 1 00 ml of 
nitrobenzene and the resulting mixture was stin-ed under heating at 230°C for 2 days. After the reaction was completed, 
precipitated crystals were separated by filtration, washed with methanol, dried and purified in accordance with the col- 

30 umn chromatography (silica gel, hexane/toluene=1/1 ) and 1 .0 g of yellow powder was obtained. The powder was iden- 
tified to be Compound (30) by the measurements in accordance with NMR, IR and FD-MS (the yield: 25%). 

Synthesis Example 5 (Compound (36)) 

35 Synthesis of Compound (36) 

[0146] In a 100 ml round bottom flask, 3.4 g (20 mmole) of diphenylamine, 4.8 g (1 0 mmole) of Intermediate Com- 
pound E, 3 g (30 mmole) of potassium carbonate and 0.06 g (1 mmole) of copper powder were dissolved in 1 00 ml of 
nitrobenzene and the resulting mixture was stinted under heating at 21 0*C for 2 d^s. After the reaction was completed, 
40 precipitated crystals were separated by filtration, washed with methanol, dried and purified in accordance with the col- 
umn chromatography (silica gel, hexane^oluene=1/1 ) and 2.8 g of yellow powder was obtained. The powder was iden- 
tified to be Compound (36) by the measurements in accordance with NMR, IR and FD-MS (the yield: 50%). 

Synthesis Example 6 (Compound (38)) 

45 

Synthesis of Compound (38) 

[0147] In a 100 ml four-necked flask, 1 .0 g (41 mmole) of magnesium, 1 ml of tetrahydrofuran and a small piece of 
iodine were placed under an argon stream. To this mixture, 9.7 g (30 mmole) of 4-bromotriphenylamine dissolved in 100 

50 ml of tetrahydrofuran was slowly added dropwise at the room temperature. After the addition was completed, the reac- 
tion mixture was stirred under heating at 60°C for 1 hour and a Grignard reagent was prepared. 
[0148] In a 300 ml four-necked flask. 4.8 g (10 mmole) of Intermediate Compound E, 0.28 g (0.4 mmole) of 
PdCl2(PPh3)2 and 1 .0 ml (1 mmole) of a 1 .0 M toluene solution of AIH(iso-Bu)2 were dissolved in 50 ml of tetrahydro- 
furan under an argon stream. To this was added the Grignard reagent prepared above dropwise at the room tempera- 

55 ture. The temperature was elevated and the reaction mixture was heated under refluxing for over night. After the 
reaction was completed, the reaction liquid was cooled with ice water. Precipitated crystals were separated by filtration 
and washed with acetone. The obtained crude crystals were recrystallized from 100 ml of acetone and 4.3 g of yellow 
powder was obtained. The powder was identified to be Compound (38) by the measurement in accordance with NMR. 
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JR and FD-MS (the yield: 60%). 

Synthesis Example 7 (Compound (47)) 

5 Synthesis of Compound (47) 

[0149] In a 100 ml two-necked flask, 2.4 g (1 0 mmole) of 6-aminochrysene was dissolved into 20 ml of methylene 
chloride. To this was added 2.5 g (25 mmole) of acetic anhydride and the resulting mixture was stinted at the room tem- 
perature for 1 hour. Then, the reaction solvent was removed by distillation and an oily compound was obtained. In a 300 

10 ml two-necked flask, 4.1 g (20 mmole) of iodobenzene, 3 g (30 mmole) of potassium carbonate and 0.06 g (1 mmole) 
of copper powder were dissolved in 1 00 ml of nitrobenzene. To this was added the oily compound and the resulting mix- 
ture was stin-ed under heating at 220°C for 2 days. Then, the solvent was removed by distillation and 1 0 ml of diethylene 
glycol and a solution prepared by dissolving 30 g of potassium hydroxide into 1 00 ml of water were added to the residue. 
The reaction was allowed to proceed at 1 1 0^C for one night Afterthe reaction was completed, a mixture of ethyl acetate 

15 and water was added to the reaction mixture. After the organic layer was separated, the solvent was removed by distil- 
lation and crude crystals were obtained. 

[0150] Subsequently, In a 300 ml two-necked flask, the crude crystals obtained above, 2 g (5 mmole) of 4,4'-diiodo- 
biphenyl» 3 g (30 mmole) of potassium carbonate and 0.06 g (1 mmole) of copper powder were dissolved in 1 00 ml of 
nitrobenzene and the resulting mixture was stirred under heating at 230** C for 2 days. Afterthe reaction was completed, 
20 precipitated crystals were separated by filtration, washed with methanol, dried and purified in accordance with the col- 
umn chromatography (silica gel, hexane/toluenel=1/3) and 0.8 g of yellow powder was obtained. The powder was iden- 
tified to be Compound (47) by the measurements in accordance with NMR, IR and FD-MS (the yield: 30%). 

Example 18 

25 

[0151] A cleaned glass plate having an ITO electrode was coated with a composition which contained Compound 
(30) obtained above as the light emitting material, 2,5-bis(1-naphthyl)- 1 ,3,4-oxadiazole and a polycarbonate resin 
(manufactured by TEIJIN KASEI Co., Ltd.; PANLITE K-1300) in amounts such that the ratio by weight was 5:3:2 and 
was dissolved in tetrahydrofuran in accordance with the spin coating and a light emitting layer having a thickness of 1 00 
30 nm was obtained. On the obtained light emitting layer, an electrode having a thickness of 150 nm was fomried with an 
alloy prepared by mixing aluminum and lithium in amounts such that the content of lithium was 3% by weight and an 
organic EL device was obtained. The organic EL device exhibited a luminance of emitted light of 320 (cd/m^), the max- 
imum, luminance of 14,000 (cd/m^) and an efficiency of light emission of 2.5 (InVW) under application of a direct current 
voltage of 5 V. 

35 

Example 19 

[0152] On a cleaned glass plate having an ITO electrode. Compound (37) obtained above was vacuum vapor 
deposited as the light emitting material and a light emitting layer having a thickness of 1 00 nm was formed. On the layer 

40 fonned above, an inorganic electron injecting layer having a thickness of the film of 0.3 nm was fomried with lithium flu- 
oride. Then, an electrode having a thickness of 100 nm was formed with aluminum and an organic EL device was 
obtained. The light emitting layer was fonned by vapor deposition under a vacuum of 1 0'^ Ton* while the temperature of 
the substrate was kept at the room temperature. The organic EL device exhibited a luminance of emitted light of about 
1 1 0 (c6/m\ the maximum luminance of 20,000 (cd/m^) and an efficiency of light emission of 1 .2 (InWV) under applfca- 

45 tion of a direct cun^ent voltage of 5 V. 

Example 20 

[0153] On a cleaned glass plate having an ITO electrode, CuPc was vacuum vapor deposited as the hole injecting 
so material and a hole injecting layer having a thickness of 40 nm was fonned. Then, a hole transporting layer having a 
thickness of 20 nm was formed by using Compound (47) obtained above as the hole transporting material and a light 
emitting layer having a thickness of 60 nm was formed by vacuum vapor deposition of the compound (Alq) described 
above. Rubrene was added to the light emitting layer in an amount of 4% by weight. On the layers formed above, an 
electrode having a thickness of 1 00 nm was fonned with an alloy prepared by mixing aluminum and lithium in amounts 
55 such that the content of lithium was 3% by weight and an organic EL device was obtained. The above layers were 
formed by vapor deposition under a vacuum of 10~^ Ton* while the temperature of the substrate was kept at the room 
temperature. The organic EL emitted green light with a luminance of emitted light of about 700 (cd/m^), the maximum 
luminance of 80,000 (cd/m^) and an efficiency of light emission of 6.0 (Inn/W) under application of a direct current volt- 
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agie of 5 V. When the organic EL device was driven by a constant electric cun-ent at an initial luminance of emitted light 
of 600 (cd/m^), tlie half life time was as long as 4,000 hours. 

Examples 21 to 33 

5 

tOI 54] On a cleaned glass plate having an ITO electrode, a hole injecting layer having a thickness of 20 nm was 
formed by vacuum vapor deposition of the hole injecting material shown in Table 2. A light emitting layer having a thicl<- 
ness of 60 nm was formed by vapor deposition of the compound (Alq) described above as the light emitting material 
and rubrene was added to the light emitting layer in an amount of 4% by weight. On the layers formed above, an elec- 
10 trode having a thickness of 1 50 nm was formed with an alloy prepared by mixing aluminum and lithium in amounts such 
that the content of lithium was 3% by weight. Organic EL devices were obtained in this manner. The above layers were 
formed by vapor deposition under a vacuum of 10*® Torr while the temperature of the substrate was kept at the room 
temperature. The light emitting properties of the obtained devices are shown in Table 2. The organic EL devices in these 
Examples all showed excellent luminances such as the maximum luminance of 10,000 (cd/m^) or greater. 

15 



Table .2 



Example 


Type of hole transporting 
material 


Half life time (hour) 


21 


(30) 


5200 


22 


(36) 


5600 


23 


(37) 


4200 


24 


(38) 


3200 


25 


(41) 


4800 


26 


(43) 


6700 


27 


(48) 


2400 


28 


(49) 


5700 


29 


(50) 


5200 


30 


(51) 


6000 


31 


(53) 


4000 


32 


(55) 


4000 


33 


(66) 


3200 



40 

Example 34 

[0155] On a cleaned glass plate having an ITO electrode, compound (TPD74) described above was vacuum vapor 
deposited as the hole injecting material and a layer having a thickness of 60 mn was fomned. Then, the compound 
45 (NPD) obtained above was vacuum vapor deposited as the hole transporting material and a layer having a thickness of 
20 nm was formed. 

[0156] 4,4'-bis(2,2-Diphenyh^inyl)phenylanthracene (DPVDPAN) as the light emitting material and Compound (36) 
described above as the dopant were vapor deposited simultaneously and a layer which had a content of Compound 
(36) of 2% by weight and a thickness of 40 nm was formed. Then, the compound (Alq) described above was vapor 

50 deposited as the charge injecting material and a layer having a thickness of 20 nm was formed. After lithium fluoride 
was vapor deposited and a layer having a thickness of 0.5 nm was formed, aluminum was vapor deposited and an elec- 
trode having a thickness was 100 nm fomned. Thus, an organic EL device was obtained. The above layers were fomned 
by vapor deposition under a vacuum of 1 0'® Torr while the temperature of the substrate was kept at the room tempera- 
ture. The organic EL device exhibited a luminance of emitted light as high as 500 (cd/m^) under application of a direct 

55 current voltage of 8 V and the emitted light had blue color of excellent purity. When the organic EL device was driven by 
a constant electric current at an initial luminance of emitted light of 100 (cd/m^), the half life time was as long as 7,000 
hours. 

[0157] The spectrum of the light emitted by this device was measured and it was found that the spectrum was the 
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same a& that of the device using DPVBi. This means that Compound (36) did not affect the light emission but exhibited 
the effect of extending the life of the device. 

Comparative Example 3 

5 

[0158] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
ple 34 except that Compound (36) described above was not added as the dopant. When the prepared organic EL 
device was driven by a constant electric current at an initial luminance of emitted light of 100 {cdJm\ the half life time 
was shorter than the half life time in Example 34, i.e., 4,000 hours. 

10 

Comparative Example 4 

[0159] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
ple 20 except that Compound of Comparative Example 2 described above was used as the hole transporting material. 
75 [0160] The prepared organic EL device exhibited a luminance of emitted light of 300 (cd/m^) and an efficiency of 
light emission of 4.2 (Im/W) under application of a direct current voltage of 5 V. However, when the organic EL device 
was driven by a constant electric cunrent at an Initial luminance of emitted light of 400 (cd/m^), the half life time was as 
short as 300 hours. 

20 Test of h eat resistance 

[01 61 ] The organic EL devices prepared in Examples 20 and 27 and Comparative Example 4, which had been used 
for the measurement of luminance of emitted light, were placed in a chamber kept at the constant temperature of 1 05**C. 
After 50O hours, luminance of light emission was measured again. The values of luminance before and after the devices 

25 were kept in the channber were compared and the retention of luminance was calculated. 

[0162] The retentions of luminance of the organic EL devices prepared in Examples 20 and 27 and Comparative 
Example 4 thus obtained were 87%, 90% and 25%, respectively. As shown by this result, the compounds used as the 
light emitting material in Comparative Example 4 could not retain luminance because the compounds had a glass tran- 
sition temperature lower than 1d5°C. In contrast, the compounds used for the light emitting material in Examples 20 and. 

30 27 exhibited excellent heat resistance and could retain luminance for a long time because the compounds had glass 
transition temperatures higher than 1 10**C. 

Synthesis Example 8 (Compound (58)) 

35 Synthesis of Intermediate Compound F (5,1 1 -dibromonaphthacene) 

[0163] In a 2 liter round bottom flask, 50 g (0.19 mmole) of 5J2-naphthacene, 108 g (0.57mmole) of tin(IV) chlo- 
ride, 500 ml of acetic acid and 200 ml of concentrated hydrochlorrc acid were placed. The resulting mixture was stirred 
for reflux for 2 hours. After the reaction was completed, precipitated crystals were separated by filtration, washed with 

40 water and dried in a vacuum drying chamber and 48 g of crude crystals were obtained. 

[0164] Subsequently, in a 2 liter four-necked flask, the crude crystals obtained above and 50 g (0.19 mmole) of 
triphenylphosphine were dissolved in 300 ml of dimethylfomiainide under an argon stream. To this was added 64 g (0.4 
mmole) of bromine dissolved in 200 ml of dimethylformamlde slowly dropwise and the resulting mixture was stln-ed at 
ambient temperature. After the addition was completed, the mixture was stirred under beating at 200*'C for one night. 

45 After the reaction was completed, dimethylformamlde was removed by distillation in vacuo and 200 ml of water was 
added to the residue. The organic layer was extracted with toluene. The extract was dried with magnesium sulfate and 
concentrated in vacuo using a rotary evaporator and an oily compound was obtained. The oily compound was purified 
In accordance with the column chromatography (silica gel, hexane/toluene=1/1) and 30 g of yellow powder was 
obtained. The powder was identified to be Intermediate Compound F by the measurements in accordance with NMR, 

so IR and FD-MS (the yield: 40%). 

Synthesis of Compound (58) 

[0165] In a 1 00 ml two-necked flask, 2 g (1 0 mmole) of 4-aminostilbene was dissolved in 20 ml of methylene chlo- 
55 ride. To this was added 2.5 g (25 mmole) of acetic anhydride and the resulting mixture was stirred at the room temper- 
ature for 1 hour. Then, the reaction solvent was removed by distillation and an oily compound was obtained, in a 300 
ml two-necked flask, 4.1 g (20 mmole) of iodobenzene. 3 g (30 mmole) of potassium carbonate, 0.06 g (1 mmole) of 
copper powder and 100 ml of nitrobenzene were added to the obtained oily compound and the obtained mixture was 
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stirred under heating at 220°C for 2 days. Then, the solvent was removed by distillation and 10 ml of diethylene glycol 
and a solution prepared by dissolving 30 g of potassium hydroxide into 100 ml of water were added to the residue. The 
reaction was allowed to proceed at 1 1 0^C for one night. After the reaction was completed, a mixture of ethyl acetate 
and water was added to the reaction mixture. After the organic layer was separated, the solvent was removed and crude 
5 crystals were obtained. 

[01 ee] Subsequently, in a 1 00 ml two-necked flask, the crude crystals obtained above, 1 .9 g (5 mmole) of Interme- 
diate Compound F, 1 .3 g (12 mmole) of potassium t-butoxide and 40 mg (5% by mole) of PdCl2(PPh3)2 were dissolved 
in 30 ml of xylene under an argon stream. The resulting mixture was stirred under heating at 130°C for over night. After 
the reaction was completed, precipitated crystals were separated by filtration, washed with methanol, dried and purified 
10 in accordance with the column chromatography (silica gel, hexane/toluenel=1/1) and 0.9 g of yellow powder was 
obtained. The powder was identified to be Compound (58) by the measurements In accordance with NMR, IR and FD- 
MS (the yield: 25%). 

Synthesis Example 9 

75 

Synthesis of Compound (59) 

[0167| In a 300 ml four-necked flask, 2 g (1 0 mmole) of 4-hydroxystiIbene and 5.2 g (20 mmole) of triphenylphos- 
phine were dissolved in 50 ml of dimethylformamlde under an argon stream. To this mixture was added 5 g (20 mmole) 

20 of iodine dissolved in 50 ml of dimethylfomiamide slowly dropwise at the room temperature and the reaction was 
allowed to proceed. After the addition was completed, the reaction mixture was stimed at 200®C for over night After tiie 
reaction was completed, dimethylformamlde was removed by distillation in vacuo and 200 ml of water was added to the 
residue. The organic layer was extracted with toluene. The extract was dried with magnesium sulfate and concentrated 
in vacuo using a rotary evaporator and an oily compound was obtained. The oily compound was purified in accordance 

25 with the column chromatography (silica gel, hexane/loluenel=1/1 ) and 2.5 g of yellow powder was obtained. 

[0168] Separately, In a 100 ml two-necked flask, 2 g (10 mmole) of 4-aminostilbene was dissolved in 20 ml of meth- 
ylene chloride. To this was added 2.5 g (25 mmole) of acetic anhydride and the resulting mixture was stirred at the room 
temperature for 1 hour. Then, the reaction solvent was removed by distillation and an oily compound was obtained. 
[0169] In a 300 ml two-necked flask, 2.5 g of the yellow powder obtained above, 3 g (30 mmole) of potassium car- 

30 bo n ate, 0,06 g (1 mmole) of copper powder and 1 00 ml of nitrobenzene were added to the above oily compound. The 
resulting mixture was stirred under heating at 220°C for 2 days. To the residue obtained by removing the solvent from 
the above mixture by distillation, 1 0 m! of diethylene glycol and 30 g of potassium hydroxide dissolved in 1 00 ml of water 
were added and the reaction was allowed to proceed at 1 1 0°C for over night. After the reaction was completed, a mix- 
ture of ethyl acetate and water was added to the reaction mixture. After the organic layer was separated, the solvent 

35 was removed by distillation and crude crystals were obtained. 

[01 70] Subsequently, in a 300 ml two-necked fiask, the above crude crystals, 2.4 g (5 mmole) of Intermediate Com- 
pound F, 1 .3 g (1 2 mmole) of potassium t-butoxide and 40 mg {5% by mole) of PdCl2(PPh3)2 were dissolved in 30 ml 
of xylene under an argon stream. The resulting mixture was stirred under heating at ^30''C and the reaction was 
allowed to proceed for over night After the reaction was completed, precipitated crystals were separated by filtration, 

40 washed with methanol, dried and purified by the column chromatography (silica gel, bexane/toluene=1/1) and 0.2 g of 
yellow powder was obtained. The powder was identified to be Compound (59) by the measurements in accordance with 
NMR, IR and FD-MS (the yield: 5%). 

Synthesis Example 1 0 (Compound (61 )) 

45 

Synthesis of Compound (61) 

[0171] In a 300 ml four-necked flask, 9.7 g (30 mmole) of 4-bromotriphenylamine, 50 ml of toluene and 50 ml of die- 
thyl ether were placed and the resulting mixture was cooled with ice water under an argon stream. To the cooled mix- 
so ture, a mixture of 22 ml (33 mmole) of a hexane solution (1 .52 mole/liter) of n-butyllithium and 1 00 ml of tetrahydrofuran 
were slowly added dropwise at the room temperature and the resulting mixture was stinted. After 4.3 g (10 mmole) of 
6,13-dibromopenthacene was added to the reaction mixture, the obtained mixture was stirred at the same temperature 
for one night After the reaction was completed, 500 ml of water was added to the reaction mixture and the organic layer 
was extracted with diethyl ether. The extract was dried with magnesium sulfate and concentrated in vacuo using a rotary 
55 evaporator and 7.4 g of an oily compound was obtained. 

[0172] In a 300 ml four-necked flask, the above compound, 6.6 g (40 mmole) of potassium Iodide and 100 ml of 
acetic acid were placed and the resulting mixture was heated under refluxing for 1 hour. After the reaction was com- 
pleted, the reaction mixture was cooled to the room temperature and precipitated crystals were separated by filtration. 
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The obtained crystals were washed with water and acetone and 2.7 g of orange solid was obtained. The orange solid 
was identified to be Compound (61 ) by the measurement in accordance with NMR, IR and FD-MS (the yield: 35%). 

Synthesis Example 11 (Compound (62)) 

5 

Synthesis of Intennediate Compound G (5,1 1-diiodonaphthacene) 

[0173] In a 50O ml round bottom flask, 50 g (0.22 mmole) of naphthacene and 200 ml of tetrachioroethane were 
placed. To this was added 1 60 g (0.64 mole) of iodine dissolved In 200 ml of carbon tetrachloride slowly dropwlse at the 
TO room temperature and the resulting mixture was stirred under heating for 5 hours. Precipitated crystals were separated 
by filtration and washed with 500 ml of methanol. The obtained crude crystals were recrystallized from 200 ml of toluene 
and 34 g of Intermediate Compound G was obtained (the yield: 40%). 

Synthesis of Compound (62) 

IS 

[0174] In a 100 ml four-necked flask, 1.0 g (41 mmole) of magnesium, 1 ml of tetrahydrofuran and a small piece of 
iodine were placed under an argon stream. To this was added 9.7 g (30 mmole) of 4-bromotriphenyiamine dissolved in 
100 ml of tetrahydrofuran slowly dropwise at the room temperature. After the addition was completed, the resulting mix- 
ture was stirred under heating at 60°C for 1 hour and a Grtgnard reagent was prepared. 

20 [0175] In a 300 ml four-necked flask, 4.8 g (10 mmole) of Intermediate Compound G, 0.28 g (0.4 mmole) of 
PdCl2(PPh3)2 and 1.0 ml (1 mmole) of a 1.0 M toluene solution of AIH(iso-Bu)2 were dissolved in 50 ml of tetrahydro- 
furan under an argon stream. To the this mixture, the Grignard reagent prepared above was added dropwise at the 
room temperature. The temperature was elevated and the reaction mixture was heated under refluxing for one night. 
After the reaction was completed, the reaction liquid was cooled with ice water. Precipitated crystals were separated by 

25 filtration and washed with acetone. The obtained crude crystals were recrystallized from 100 ml of acetone and 3.6 g 
of yellow powder was obtained. The powder was identified to be Compound (62) by the measurement in accordance 
with NMB, IB and FD-MS (the yield: 50%). 

Example 35 

30 

[0176] A cleaned glass plate having an ITO electrode was coated with a composition which contained Compound 
(58) obtained above as the light emitting material, 2,5-bis(1 -naphthyl)-1 ,3,4-oxadiazole and a polycarbonate resin 
(manufactured by TEIJIN KASEI Co., Ltd.; PANLITE K-1300) in amounts such that the ratio by weight was 5:2:2 and 
was dissolved in tetrahydrofuran in accordance with the spin coating and a light emitting layer having a thickness of 1 00 
35 nm was obtained. On the obtained light emitting layer, an electrode having a thickness of 150 nm was formed with an 
alloy prepared by mixing aluminum and lithium in amounts such that the content of lithium was 3% by weight and an 
organic EL device was obtained. The organic EL device emitted yellowish orange light with a luminance of emitted light 
of 130 (cd/m^), the maximum luminance of 1 4,000 (cd/m^) and an efficiency of light emission of 1 .2 (ImA/V) under appli- 
cation of a direct current voltage of 5 V. 

40 

Example 36 

[0177] On a cleaned glass plate having an ITO electrode. Compound (71) obtained above was vacuum vapor 
deposited as the light emitting material and a light emitting layer having a thickness of 1 00 nm was prepared. On the 

45 obtained light emitting layer, an electrode having a thickness of 100 nm vras fonned with an alloy prepared by mixing 
aluminum and lithium In amounts such that the content of lithium was 3% by weight and an organic EL device was 
obtained. The light emitting layer was fomned by vapor deposition under a vacuum of 10'® Ton- while the temperature of 
the substrate was kept at the room temperature. The organic EL device emitted orange light with a luminance of emitted 
light of 120 (cd/m^, the maximum luminance of 1 ,800 (cd/m^) and an efficiency of light emission of 0.3 (Im/W) under 

so application of a direct cun-ent voltage of 5 V. 

Example 37 

[0178] On a cleaned glass plate having an ITO electrode, Compound (71) obtained above was vacuum vapor 
55 deposited as the light emitting material and a light emitting layer having a thickness of 50 nm was prepared. Then, the 
compound (Alq) described above was vacuum vapor deposited on the obtained light emitting layer and an electron 
injection layer having a thickness of 10 nm was fonned. On the fomned layer, an electrode having a thickness of 100 nm 
was fonned with an alloy prepared by mixing aluminum and lithium in amounts such that the content of lithium was 3% 
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by weight and an organic EL device was obtained. The light emitting layer and the electron injecting layer were formed 
by vapor deposition under a vacuum of 10'® Torr while the temperature of the substrate was kept at the room tempera- 
ture. The organic EL device emitted orange light with a luminance of emitted light of about 200 (cd/hn^), the maximum 
lum inance of 12,000 (cd/m^ and an efficiency of light emission of 1 .0 (Im/W) under application of a direct current volt* 
5 age of 5 V. 

Exa.mples 38 to 46 

[0179] On a cleaned glass plate having an ITO electrode, a light emitting material shown in Table 3 was vacuum 
10 vapor deposited and a light emitting layer having a thickness of 80 nm was prepared. Then, the compound (Alq) 
described above was vacuum vapor deposited on the obtained light emitting layer and an electron injecting layer having 
a thickness of 20 nm was formed. On the fonned layer, an electrode having a thickness of 150 nm was formed with an 
alloy prepared by mixing aluminum and lithium in amounts such that the content of lithium was 3% by weight. In this 
manner, organic EL devices were obtained. The above layers were formed by vapor deposition under a vacuum of 10' 
75 ^ Ton while the temperature of the substrate was kept at the room temperature. The properties of light emission of the 
obtained organic EL devices are shown in Table 3. The organic EL devices in these Examples all showed excellent lumi- 
nances such as the maximum luminance of 5,000 (cd/m^) or greater. 



Table 3 



Example 


Type of light emitting 
material 


Efficiency of light emis- 
sion (InVW) 


Half life time (hour) 


38 


(59) 


1.2 


1400 


39 


(60) 


1.4 


1600 


40 


(61) 


0.7 


1700 


41 


(62) 


0.8 


850 


42 


(65) 


0.4 


1200 


43 


(67) 


0.6 


1700 


44 


(70) 


1.6 


2400 


45 


(72) 


1.2 


1600 


46 


(74) 


0.5 


1200 



Example 47 

40 [0180] On a cleaned glass plate having an ITO electrode, the compound (TPb74) described above was vacuum 
vapor deposited as the hole injecting material and a layer having a thickness of 60 nm was formed. Then, the compound 
(NPD) described later was vapor deposited as the hole transporting material and a layer having a thickness of 20 nm 
was formed. 

[0181] Then, 4,4'-bis(2,2-diphenyh^inyl)biphenyl (DPVBi) and Compound (58) described above were simuitane- 
45 ously vacuum deposited as the light emitting materials and a layer having a content of Compound (58) of 5% by weight 
and a thickness of 40 am was formed. Compound (58) worked also as a fluorescent dopant. Then, the compound (Alq) 
described above was vapor deposited as the election injection material and a layer having a thickness of 20 nm was 
formed. On the formed layer, lithium fluoride was vapor deposited and a layer having a thickness of 0.5 nm was formed. 
Then, aluminum was vapor deposited and a layer having a thickness of 100 nm was formed. Thus, an electrode was 
50 formed and an organic EL device was obtained. The above layers were formed by vapor deposition under a vacuum of 
10"® Torr while the temperature of the substrate was kept at the room temperature. The organic EL device emitted yel- 
low light with a luminance of emitted light of about 600 (cd/m^) under application of a direct cun-ent voltage of 5 V. When 
the organic EL device was driven by a constant electric current at an initial luminance of emitted light of 400 (cd/m^), 
the half life time was as long as 2,800 hours. 

55 

Example 48 

[0182] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
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pie 47 except that the light emitting layer was formed by simultaneously vapor depositing the compound (Alq) described 
above as the light emitting material and Compound (61 ) described above as the dopant and a light emitting layer having 
the conteent of Compound (61) of 5% by weight was formed. The organic EL device emitted red light with a luminance 
of emitted light of about 240 (cd/m^) under application of a direct current voltage of 5 V. When the organic EL device 
5 was driven by a constant electric cun-ent at an initial luminance of emitted light of 400 (cd/m^), the half life time was as 
long as 2,200 hours. 

Comparative Example 5 

10 [0183] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
ple 35 except that (Compound of Comparative Example 1) described above was used as the light emitting material. 
[0184] The organic EL device exhibited luminance of emitted light of about 60 (cd/m^) and an effteiency of light 
emission of 0.34 (Im/W) under application of a direct current voltage of 5 V. Sufficient properties could not be obtained. 
The emitted light was blue light. 

15 

Comparative Example 6 

[0185] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
ple 37 except that (Compound of Comparative Example 2) described above was used as the light emitting material. 
20 [0186] The organic EL device exhibited a luminance of emitted light of about 200 (cd/m^) and an efficiency of light 
emission of 1 .2 (Im/W) under application of a direct current voltage of 5 V. (However, when the organic EL device was 
driven by a constant electric cun-ent at an initial luminance of emitted light of 400 (cd/m^), the half liife time was as short 
as 600 hours. The emitted light was blue light. 

25 Comparative Example 7 

[0187] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
ple 47 except that (Compound of Comparative Example 1) described above was used in place of Compound (58). 
[0188] The organic EL device exhibited a luminance of emitted light of about 200 (cd/m^) under application of a 
30 direct current voltage of 5 V. However, when the organic EL device was driven by a constant electric current at an initial 
luminance of emitted light of 400 (cd/m^). the half I'lfe time was as short as 700 hours. The emitted light was blue light. 

Synthesis Example 12 (Compound (75)) 

35 Synthesis of Compound (75) 

[0189] In a 200 ml three-necked flaslc, 2.16 g (5.5 mmole) of 6,12-dibromonaphthacene (40577.78-4), 0.06 g (0.3 
mmole) of Pd(0Ac)2, 0.23 g (1 . 1 mmole) of P(tBu)3, 1.51 g (15.7 mmole) of NaOtBu and 1.89 g (1 1.2 mmole) of Ph2NH 
were dissolved in 25 ml of toluene under an argon stream. The resulting mixture was stirred under heating at 120°C and 
40 the reaction was allowed to proceed for 7 hours. After the reaction was completed, the reaction mixture was left stand- 
ing and cooled. After red crystals were separated by filtration, the crystals were washed with toluene and water and 
dried in vacuo and 3.02 g of red powder was obtained. The powder was identified to be Compound (75) by the meas- 
urements in accordance with NMR. IR and FD-MS (the yield: 96%). The data obtained in NMR (CDCI3, TMS) were as 
follows: 6.8-7.0 (m, 2H). 7.0-7.4 (m. 10H), 7.8-7.9 (m. 1H), 8.0-8.1 (m, 1H) and 8,85 (s, 1H). 

45 

Example 49 

[0190] On a cleaned glass plate having an ITO electrode, Compound (TPD74) described above was vacuum vapor 
deposited as the hole Injecting material and a layer having a thict<ness of 60 nm was formed. Then, the compound 
50 (NPD) described above was vacuum vapor deposited as the hole transporting material and a layer having a thidcness 
of 20 nm was formed. 

[0191] Then, the compound (Alq) described above as the light emitting material and Compound (75) described 
above as the dopant were simultaneously vapor deposited and a layer having a content of Compound (75) of 2% by 
weight and a thickness of 40 nm was fonned. Then, the compound (Alq) described above was vapor deposited as the 
55 electron injecting material and a layer having a thickness of 20 nm was fbmned. After lithium fluoride was vapor depos- 
ited and a layer having a thickness of 20 nm was formed, aluminum was vapor deposited and a layer having a thickness 
of 1 00 nm was formed. Thus, an electrode was formed and an organic EL device was prepared. The above layers were 
formed by vapor deposition under a vacuum of 1 0'^ Torr while the temperature of the substrate was kept at the room 
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temperature. The organic EL device exhibited a luminance of emitted light as high as 500 (cd/m^) under application of 
a direct current voltage of 8 V and the emitted light was orange light The organic EL device exhibited a luminance of 
emitted light as high as 500 (cd/m^) under application of a direct current voltage of 8 V and the emitted light was orange 
light. When the organic EL device was driven by a constant electric cunrent at an initial luminance of emitted light of 500 
5 (cd/'m^), the organic EL device had a particularly long half life time, which was longer than 2.000 hours. 

Example 50 

[01 92J An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
10 pie 49 except that Compound (86) described above was used as the dopant in place of Compound (75). When the 
organic EL device was driven by a constant electric current at an initial luminance of emitted light of 600 {c6/m% the 
organic EL device had a half life time as long as 2.000 hours. The emitted light was venmilion light. 

Example 51 

75 

[0193] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
ple 49 except that Compound (82) described above was used as the dopant in place of Compound (75). The organic 
EL device exhibited an initial luminance of emitted light of 500 (cd/m^) and the organic EL device had a hail life time as 
long as 2,800 hours or longer when the organic EL device was driven by a constant electric cun-ent The emitted light 
20 was red light 

Synthesis Example 13 (Compound (100)) 

Synthesis of Intemnediate Compound H 

25 

[0194] In a 1 liter three-necked flask equipped with a condenser, 22.7 g (0.1 mole) of A-bromophthalic anhydride 
and 42.4 g (0.4 mole) of sodium cartaonate were suspended in 300 ml of water and the components were dissolved by 
heating at 60**C under an argon stream. After the mixture was dissolved, the resulting mixture was cooled to the room 
temperature. To the cooled mixture, 18.3 g (0.15 mole) of phenylboric acid and 0.7 g (3% by mole) of palladium acetate 

30 were added and the obtained mixture was stirred at the room temperature for one night. After the reaction was com- 
pleted, separated crystals were dissolved by adding water. After the catalyst was removed by filtration, crystals were 
precipitated by adding concentrated hydrochloric add. The crystals were separated by filtration and washed with water. 
The obtained crystals was dissolved in ethyl acetate and the organic layer was extracted. The extract was dried with 
magnesium sulfate and concentrated in vacuo using a rotary evaporator and 23.7 g (the yield: 98%) of Intermediate 

35 Compound H of the object compound was obtained. 

Synthesis of Intermediate Compound I 

[0195] In a 500 ml flask having an egg plant shape and equipped with a condenser, 23,7 g (98 mmole) of Intenne- 
40 diate Compound H and 200 ml of acetic anhydride were placed and the resulting mixture was stirred at 80*=*C for 3 hours. 
After the reaction was completed, acetic anhydride in an excess amount was removed by distillation and 22 g (the yield: 
10%) of Intermediate Compound I of the object compound was obtained. 

Synthesis of Intemnediate Compound J 

45 

[0196] In a 500 ml three-necked flask equipped with a condenser, 7.7 g (50 mmole) of biphenyl, 13.4 g (0.1 mole) 
of anhydrous aluminum chloride and 200 ml of 1 ,2-dichloroethane were placed under an argon stream and the resulting 
mixture was cooled to 0**C. To the cooled mixture, 22 g (98 mmole) of Intemnediate Compound I was slowly added and 
the resulting mixture was stirred at 40°C for2 hours. After the reaction was completed, ice water was added to the reac- 
50 tion mixture and the resulting mixture was extracted with chloroform. The extract was dried with magnesium sulfate and 
concentrated in vacuo using a rotary evaporator and 1 9.0 g (the yield: 1 00%) of Intermediate Compound J of the object 
compound was obtained. 

Synthesis of Intermediate Compound K 

55 

[0197J In a 500 ml flask having an egg plant shape and equipped with a condenser, 200 ml of polyphosphoric acid 
was placed and heated to 1 SO^'C. Then, 1 9 g (50 mmole) of Intemnediate Compound J was added in small portions and 
the resulting mixture was stirred at the same temperature for 3 hours. After the reaction was completed, ice water was 
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added to the reaction mixture and the resulting niixture was extracted with chloroform. The extract was dried with mag- 
nesium sulfate and concentrated in vacuo using a rotary evaporator. The obtained crude crystals were purified in 
accordance with the colunnn chromatography (silica gel, chlorofornn/methanob99/1) and 19 g (the yield: 65%) of Inter- 
mediate Compound K of the object compound was obtained. 

5 

Synthesis of Intermediate Compound L 

[0198] In a 500 ml flask having an egg plant shape and equipped with a condenser, 1 9.0 g (28 mmole) of Interme- 
diate Compound K, 0.19 g (1 mmole) of tin chloride, 100 ml of acetic acid and 50 ml of concentrated hydrochloric acid 
10 were placed under an argon stream and, the resulting mixture was heated under refiuxing for 2 hours. After the reaction 
was connpieted, the reaction mixture was cooled with ice water and precipitated crystals were separated, washed with 
water to give 19 g (the yield: 1 00%) of Intermediate Compound L of the object compound. 



15 



Synthesis of Intermediate Compound M 



[0199] in a 500 ml three-necked flask equipped with a condenser, 19.0 g (28 mmole) of Intermediate Compound L, 
1 6 g (60 mmole) of triphenylphosphine and 200 ml of dimethylfonnamide were placed under an argon stream. To this 
was added 9.6 g (60 mmole) of iodine dissolved in 50 ml of dimethylformamide slowly dropwise and the resulting mix- 
ture was stin-ed under heating at 200°C for 8 hours. After the reaction was completed, the reaction mixture was cooled 
20 with ice water and precipitated crystals were separated. The obtained crystals were washed with water and methanol 
and 6.7 g (the yield: 50%) of Intermediate Compound M of the object compound was obtained. 

Synthesis of Compound (1 00) 

25 [0200] In a 200 ml three-necked flask equipped with a condenser, 4.9 g (1 0 mmole) of Intemnediate Compound M, 
5.1 g (30 mmole) of diphenylamine, 0.14 g (1.5% by mole) of tris(dibenzylideneacetone)-dipalladium, 0.91 g (3% by 
mole) of tri-o-toluylphosphine, 2.9 g (30 mmole) of sodium t-butoxide and 50 ml of dry toluene were placed under an 
argon stream. The resulting mixture was stin-ed overnight under heating at lOO'^C. After the reaction was completed, 
precipitated crystals were separated by filtration and washed with 100 ml of methanol and 4.0 g of yellow powder was 

30 obtained. The obtained powder was Identified to be Compound (100) by the measurements in accordance with NMR, 
IR and FD-MS (the yield: 60%). 

[0201] The chemical structures of Intermediate Compounds and, the route of synthesis of Compound (100) are 
shown in the following. 

35 



40 



45 
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Synthesis Example 14 (Compound (101)) 
Synthesis of Intemiediate Compound N 

5 [0202] In a 500 ml flask having an egg plant shape and equipped with a condenser, 12 g (50 mmole) of 2,6-dihy- 
droxyanthraquinone, 42.5 g (0.3 mole) of methyl iodide, 17 g (0.3 mole) of potassium hydroxide and 200 ml of dimeth- 
ylsulfoxide were placed under an argon stream and the resulting mixture was stin-ed at the room temperature for 2 
hours. After the reaction was completed, precipitated crystals were separated by filtration. The obtained crystals were 
washed with 1 00 ml of methanol and 1 0.7 g (the yield: 80%) of Intermediate Compound N of the object compound was 

10 obtained. 

Synthesis of Intermediate Compound O 

[0203] In a 500 ml three-necked flask equipped with a condenser, 1 0.7 g (40 mmole) of Intemiediate Compound N 
15 and 200 ml of dry tetrahydrofuran were placed under an argon stream and the resulting mixture was cooled to -40**C. 
to the cooled mixture. 53 ml (80 mmole) of a 1 .5 M hexane solution of phenyllithium was added slowly dropwise. After 
the addition was completed, the reaction mixture was stirred at the room temperature for one night. After the reaction 
was completed, precipitated crystals were separated by filtration and washed with 100 ml of methanol and 100 ml of 
acetone. The obtained crude crystals of a diol was used in the following reaction without further purification. 
20 [0204] In a 500 ml flask having an egg plant shape and equipped with a condenser, the crude crystals obtained 
above, 1 00 ml of a 57% aqueous solution of hydrogen iodide and 200 ml of acetic acid were placed and the resulting 
mixture was heated under refluxing for 3 hours. After the reaction was cooled to the room temperature, a small amount 
of hypophosphorous add was added to quench hydrogen iodide in an excess amount Precipitated crystals were sep- 
arated by filtration and washed with 1 00 ml of water, 1 00 ml of methanol and 1 00 ml of acetone, successively, and 1 0.1 
25 g (the yield: 70%) of Intermediate Compound O of the object compound was obtained. 

Synthesis of Intermediate Compound P 

[0205] In a 500 ml flask having an egg plant shape and equipped with a condenser, 10.1 g (28 mmole) of Interme- 
30 diate Compound 0, 7.9 g (30 mmole) of triphenylphosphine and 200 ml of dimethylformamide were placed under an 
argon stream. To the resulting mixture, 4.8 g (30 mmole) of bromine dissolved in 50 ml of dimethylformamide was slowly 
added dropwise and the obtained mixture was stirred under heating at 200^*0 for 8 hours. After the reaction was com- 
pleted, the reaction mixture was cooled with ice water and precipitated crystals were separated by filtration. The 
obtained crystals were washed with water and methanol and 8.2 g (the yield: 60%) of Intermediate Compound P of the 
35 object compound was obtained. 

Synthesis of Compound (101) 

[0206] In a 200 ml three-necked flask equipped with a condenser, 4.9 g (30 mmole) of Intermediate Compound P, 
40 5.1 g (30 mmole) of diphenylamine, 0,14 g (1.5% by mole) of tris(dibenzyndeneacetonej-dipalladium, 0.91 g (3% by 
mole) of tri-o-toluylphosphine, 2.9 g (30 mmole) of sodium t-butoxide and 50 ml of dry toluene were placed under an 
argon stream. The resulting mixture was stirred overnight under heating at 100°C. After the reaction was completed, 
precipitated crystals were separated by filtration and washed with 1 00 ml of methanol and 4.0 g of yellow powder was 
obtained. The obtained powder was identified to be Compound (101) by the measurements in accordance with NMR, 
45 I R and FD-MS (the yield: 60%). 

[0207] The chemical structures of Intermediate Compounds and the route of synthesis of Compound (101) are 
shown in the following. 
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Synthesis Example 15 (Compound (93)) 
Synthesis of Intemiediate Compound Q 

30 [0208] In a 300 ml three-necked flask equipped with a condenser, 11 .7 g (50 mmole) of 2-bromobiphenyl, 1 9 g (0.2 
mole) of aniline, 0.69 g (1.5% by mole) of tris(diben2ylideneacetone)dipalladium. 0.46 g (3% by mole) of tri-o-toluyl- 
phosphine, 7.2 g (75 mmole) of sodium t-butoxide and 100 ml of dry toluene were placed under an argon stream. The 
resulting mbcture was stirred overnight under heating at 1 00°C. After the reaction was completed, precipitated crystals 
were separated by filtration and washed with 1 00 ml of methanol. The obtained crude crystals were recrystallized from 

35 50 ml of ethyl acetate and. 9.8 g (the yield 80%) of Intermediate Compound Q of the object compound was obtained. 

Synthesis of Compound (93) 

[0209] In a 200 ml three-necked flask equipped with a condenser, 2.4 g (1 0 mmole) of 9, 1 0-dibromoanthracene, 7.4 
40 9 (30 mmole) of intermediate Compound Q, 0.14 g (1.5% by mole) of tris(dibenzyndeneacetone)dipaltadium, 0.91 g 
(3% by mole) of tri-o-toluylphosphine, 2.9 g (30 mmole) of sodium t-butoxide and 50 ml of dry toluene were placed 
under an argon stream. The resulting mixture was stirred overnight under heating at 100**C. After the reaction was com- 
pleted, precipitated crystals were separated by filtration and washed with 1 00 ml of methanol and 4.3 g of yellow powder 
was obtained. The obtained powder was identified to be Compound (93) by the measurements in accordance with 
45 NMR, IR and FD-MS (the yield: 65%). 

[021 0] The chemical structure of Intemiediate Compound and the route of synthesis of Compound (93) are shown 
in the following. 
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Synthesis Example 16 (Compound (95)) 

25 

Synthesis of Intermediate Compound R 

[0211] In a 1 liter three-necked flask equipped with a condenser, 34 g (0.2 mole) of 3-phenylphenol, 58 g (0.22 
mmole) of triphenylphosphine and 300 ml of dimethytformamide were placed under an argon stream. To the resulting 
30 mixture, 35 g (0.22 mmole) of bromine dissolved in 100 ml of dimethylformamide was slowly added dropwise and the 
obtained mixture was sfired at 200^C for 8 hours. After the reaction was completed, the reaction mixture was cooled 
with ice water and precipitated crystals were separated by filtration. The obtained crystals were washed with water and 
methanol and 37 g (the yield: 80%) of Intermediate Compound R of the object compound was obtained. 

35 Synthesis of Intermediate Compound S 

[0212] In a 300 ml three-necked flask equipped with a condenser, 19 g (0.2 mmole) of aniline, 0.69 g (1.5% by 
mole) of tris(diben2ylideneacetone)dipalladium, 0.46 g (3% by mole) of tri-o-toluylphosphine, 7.2 g (75 mmole) of 
sodium t-butoxide and 1 00 ml of dry toluene were placed under an argon stream. The resulting mixture was stirred over- 
40 night under heating at 100°C. After the reaction was completed, precipitated crystals were separated by filtration and 
washed with 100 ml of methanol. The obtained crude crystals were recrystallized from 50 ml of ethyl acetate and 9.8 g 
(the yield: 80%) of Intermediate Compound S of the object compound was obtained. 

Synthesis of Compound (95) 



[021 3] In a 200 ml three-necked flask equipped with a condenser, 2.4 g (1 0 mmole) of 9, 1 0-dibromoanthracene, 7.4 
g (30 mmole) of Intemnediate Compound S, 0.14 g (1.6% by mole) of tris(dibenzylidene-acetone)dipalladium, 0.91 g 
(3% by mole) of tri-o-toluylphosphine, 2.9 g (30 mmole) of sodium t-butoxide and 50 ml of dry toluene were placed 
under an argon stream. The resulting mixture was stirred overnight under heating at 100**C. After the reaction was com- 
50 pleted, precipitated crystals were separated by filtration and washed with 1 00 ml of methanol and 4.2 g of yellow powder 
was obtained. The obtained powder was identified to be Compound (95) by the measurements in accordance with 
NMR, IR and FD-MS (the yield: 70%). 

[0214] The chemical structures of intermediate Compounds and the route of synthesis of Compound (95) are 
shown in the following. 
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Synthesis Example 17 (Compound (104)) 

25 

Synthesis of Intemnediate Compound T 

[0215] In a 300 ml three-necked flask equipped with a condenser, 23 g (0.1 mole) of 4-bromobiphenyl, 9.8 g (50 
mmole) of aminostilbene, 0.69 g (1 .5% by mole) of tris(dibenzyndeneacetone)dipalIadium, 0.46 g (3% by mole) of tri-o- 
30 toluylphosphine, 7.2 g (75 mmole) of sodium t-butoxide and 100 ml of dry toluene were placed under an argon stream. 
The resulting mixture was stirred overnight under heating at 1 00°C. After the reaction was completed, precipitated crys- 
tals were separated by filtration and washed with 1 00 ml of methanol. The obtained crude crystals were recrystallized 
from 50 m! of ethyl acetate and 13.9 g (the yield: 80%) of Intermediate Compound T of the object compound was 
obtained. 

35 

Synthesis of Compound (1 04) 

[021 6] into a 200 ml three-necked flask equipped with a condenser, 2.4 g (1 0 mmole) of 9,1 0-dibromoanthracene, 
7.4 g (30 mmole) of Intermediate Compound T, 0. 14 g (1 .5% by mole) of tris(dibenzylideneacetone)dlpalladium, 0.91 g 

40 (3% by mole) of tri-o-toluylphosphine, 2.9 g (30 mmole) of sodium t-butoxide and 50 ml of dry toluene were placed 
underan argon stream. The resulting mixture was stirred overnight under heating at 1 00*C. After the reaction was com- 
pleted, precipitated crystals were separated by nitration and washed with 100 ml of methanol and 4.5 g of yellow pow- 
der was obtained. The obtained powder was identified to be Compound (104) by the measurements in accordance with 
NMR, IR and FD-MS (the yield: 70%). 

45 [021 7] The chemical structure of Intermediate Compound and the route of synthesis of Compound (1 04) are shown 
In the following. 
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25 Synthesis Example 1 8 (Compound (1 05)) 
Synthesis of Intermediate Compound U 

[0218] In a 500 ml three-necked flask equipped with acondenser, 25 g (0.1 mole) of triphenyiamine, 18g(0.1 mole) 
30 of N-bromosuocimide, 0.82 g (5% by mole) of 2,2*-azobisisobutyronitrlle and 200 ml of dlmethyiformamide were placed 
under an argon stream. The resulting mixture was stirred under heating at 110*C for 4 hours. After the reaction was 
completed, impurities were removed by filtration and the filtrate was concentrated in vacuo using a rotary evaporator. 
The obtained crude crystals were purified in accordance with the column chromatography (silica gel, methylene chlo- 
ride) and 19 g (the yield: 60%) of Intemiediate Compound U of the object compound was obtained. 

35 

Synthesis of Intermediate Compound V 

[0219] In a 1 liter three-necked flask equipped with a condenser, 1.6 g (66 mmole) of magnesium, a small piece of 
iodine and 100 ml of tetrahydrofuran were placed under an argon stream. After the resulting mixture was stirred at the 
40 room temperature for 30 minutes, 19 g (60 mole) of Intermediate Compound U dissolved in 300 ml of tetrahydrofuran 
was added dropwise. After the addition was completed, the reaction mixture was stirred under heating at 60^C for 1 
hour and a Grignard reagent was prepared. 

[0220] In a 1 liter three-necked flask equipped with a condenser, 42 g (0.18 mmole) of 1 ,3-dibromobenzene, 2.1 
(5% by mole) of dichlorobis(triphenylphosphine)palladium, 6 ml (6 mmole) of a 1 M toluene solution of diisobutylalumi- 
45 num hydride and 200 ml of tetrahydrofuran were placed under an argon stream. To the mixture, the Grignard reagent 
prepared above was added dropwise and the obtained mixture was stirred under heating for one night. After the reac- 
tion was completed, the reaction liquid was cooled with ice water. Precipitated crystals were separated by filtration and 
washed with acetone and 14 g (the yield: 60%) of Intermediate Compound V of the object compound was obtained. 

50 Synthesis of Compound (1 05) 

[0221] In a 500 ml three-necked flask equipped with a condenser, 0.8 g (33 mmole) of magnesium, a small piece 
of iodine and 50 ml of tetrahydrofuran were placed under an argon stream. After the resulting mixture was stin-ed at the 
room temperature for 30 minutes, 12 g (30 mmole) of Intermediate Compound V dissolved in 1 00 ml of tetrahydrofuran 
55 was added dropwise. After the addition was completed, the reaction mixture was stirred under heating at 60*'C for 1 
hour and a Grignard reagent was prepared. 

[0222] In a 500 ml three-necked flask equipped with a condenser. 3.4 g (1 0 mmole) of 9,1 0-dibromoanthracene, 0.4 
(5% by mole) of dichlorobls(triphenylphosphine)paliadium, 0.46 g (3% by mole) of tri-o-toluylphosphine, 1 ml (1 mmole) 
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of a 1 N4 toluene solution of diisobutylaluminunn hydride and 100 ml of tetrahydrofuran were placed under an argon 
stream. To the obtained mixture, the Grignard reagent prepared above was added dropwise at the room temperature 
and the resulting mixture was refluxed overnight. After the reaction was completed, the reaction liquid was cooled with 
ice vmter. Precipitated crystals were separated by filtration and washed with 50 ml of methanol and 50 ml of acetone, 
successively, and 4.1 g of yellow powder was obtained. The obtained powder was identified to be Compound (1 05) by 
the measurements in accordance with NMR, IR and FD-MS (the yield: 50%). 

[0223] The chemical structures of Intermediate Compounds and the route of synthesis of Compound (105) are 
shown in the following. 

13 Mb g 1) Mff 

OtO OtO-O' 




Coxnpoiuxd (105) 



Synthesis Example 19 (Compound (122)) 
Synthesis of Intennediate Compound W 



[0224] In a 300 ml three-necked flask equipped with a condenser. 19 g (80 mmole) of 1 ,3-dibromoben2ene, 6.5 g 
(20 mmole) of diphenylamine, 0.27 g (1 .5% by mole) of tris{diben2ylideneacetone)dipalladium. 0.18 g (3% by mole) of 
40 tri-o-toluylphosphine, 2.9 g (30 mmole) of sodium t-butoxide and 100 ml of dry toluene were placed under an argon 
stream. The resulting mixture was stin^d overnight under heating at 100**C. After the reaction was completed, precipi- 
tated crystals were separated by filtration and washed with 100 ml of methanol. The obtained crude crystals were 
recrystallized from 50 ml of ethyl acetate and 4.9 g (the yield: 75%) of Intermediate Compound W of the object com- 
pound was obtained. 



Synthesis of Compound (122) 



[0225] In a 300 ml three-necked flask equipped with a condenser, 0.5 g (20 mmole) of magnesium, a small piece 
of iodine and 50 ml of tetrahydrofuran were placed under an argon stream. After the resulting mixture was stirred at the 
so room temperature for 30 minutes, 4.9 g (1 5 mmole) of Intermediate Compound W dissolved in 1 00 ml of tetrahydrofuran 
was added dropwise. After the addition was completedp the reaction mixture was stirred under heating at GO^'C for 1 
hour and a Grignard reagent was prepared. 

[0226] In a 500 ml three-necked flask equipped with a condenser, 1 .7 g (5 mmole) of 9, 1 0-dibromoanthracene, 0.2 
g (5% by mole) of dichlorobis(tnphenylphosphtne)palladium, 0.5 ml (0.5 mmole) of a 1 M toluene solution of diisobuty- 
55 laluminum hydride and 1 00 ml of tetrahydrofuran were placed under an argon stream. To the mixture, the Grignard rea- 
gent prepared above was added dropwise at the room terriperature and the resulting mixture was stirred overnight 
under heating. After the reaction was completed, the reaction liquid was cooled with ice water. Precipitated crystals 
were separated by filtration and washed with 50 ml of methanol and 50 ml of acetone, successively, and 1 .7 g of yellow 
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powder was obtained. The obtained powder was identified to be Compound (122) by the measurements in accordance 
with NMR, IR and FD-MS (the yield: 50%), 

[0227] The chemical structure of Intermediate Compound and the route of synthesis of Compound (1 22) are shown 
in the following. 
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Synthesis Example 20 (Compound (123)) 

30 Synthesis of Intermediate Compound X 

[0228] In a 300 ml three-necked flask equipped with a condenser, 16 g (0.1 mole) of bromobenzene, 9.8 g (50 
mmole) of aminostilbene, 0.69 g (1 .5% by mole) of tris(diben2yrideneacetone)dipalladium, 0.46 g (3% by mole) of tri-o- 
toiuylphosphine, 7.2 g (75 mmole) of sodium t-butoxide and 100 ml of dry toluene were placed under an argon stream. 
35 The resulting mixture was stirred overnight under healing at 100°C. Afterthe reaction was completed, precipitated crys- 
tals were separated by filtration and washed with 1 00 ml of methanol. The obtained crude crystals were necrystalltzed 
from 50 ml of ethyl acetate and 1 1 g (the yield: 80%) of Intennediate Compound X of the object compound was 
obtained. 

40 Synthesis of Intermediate Compound Y 

[0229] In a 500 ml three-necked flask equipped with a condenser, 38 g (0.16 mole) of bromobenzene, 11 g (40 
mmole) of Intermediate Compound X, 0,55 g (1.5% by mole) of tris(dibenzyndeneacetone)-dipalladium, 0.37 g (3% by 
mole) of tri-o-toluylphosphine, 5.8 g (60 mmole) of sodium t-butoxide and 300 ml of dry toluene were placed under an 
45 argon stream. The resulting mixture was stin-ed overnight under heating at 120''C. After the reaction was completed, 
precipitated crystals were separated by filtration and washed with 1 00 ml of methanol. The obtained crude crystals were 
recrystallized from 50 ml of ethyl acetate and 1 3 g (the yield: 75%) of Intermediate Compound Y of the object compound 
was obtained. 

50 Synthesis of Compound (1 23) 

[0230] In a 300 ml three-necked flask equipped with a condenser, 0.97 g (40 mmole) of magnesium, a small piece 
of iodine and 50 ml of tetrahydrofuran were placed under an argon stream. After the resulting mixture was stinred at the 
room temperature for 30 minutes, 12 g (30 mole) of Intermediate Compound Y dissolved in 100 ml of tetrahydrofuran 
S5 was added dropwise. After the addition was completed, the reaction mixture was stirred under heating at 60^C for 1 
hour and a Grignard reagent was prepared. 

[0231 ] In a 500 ml three-necked flask equipped with a condenser, 3.4 g (1 0 mmole) of 9,1 0-dibromoanthracene, 0.4 
g (5% by mole) of dichlorobis(triphenylphosphine)palladium, 1 m! (1 mmole) of a 1 M toluene solution of diisobutylalu- 
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minum hydride and 100 ml of tetrahydrofuran were placed under an argon stream. To the obtained mixture, the Grig- 
nard reagent prepared above was added dropwise at the room temperature and the resulting mixture was refluxed 
overnight After the reaction was completed, the reaction liquid was cooled with ice water. Precipitated crystals were 
separated by filtration and washed with 50 ml of methanol and 50 ml of acetone, successively, and 5.4 g of yellow pow- 
der was obtained. The obtained powder was identified to be Compound (1 23) by the measurements in accordance with 
NM a IR and FD-MS (the yield: 50%). 

[0232] The chemical structures of Intermediate Compounds and the route of synthesis of Compound (123) are 
shown in the following. 




Ck>mpouiid (123) 



Synthesis Example 21 (Compound (124)) 
Synthesis of Compound (1 24) 

[0233] In a 500 ml three-necked flask equipped with a condenser, 2.5 g (5 mmole) of 1 0, 1 0'-dibromo-9,9'-bianthryl, 
0.2 g (5% by mole) of dichlorobis(triphenylphosphine)palladium, 0.5 ml (0.5 mmole) of a 1 M toluene solution of 
diisobutylaluminum hydride and 1 00 ml of tetrahydrofuran were placed under an argon stream. To the mixture, the Grig- 
nard reagent prepared in Synthesis Example 1 9 was added dropwise at the room temperature and the resulting mixture 
was refluxed overnight. After the reaction was completed, the reaction liquid was cooled with ice water. Precipitated 
crystals were separated by filtration and washed with 50 ml of methanol and 50 ml of acetone, successively, and 2.0 g 
of yellow powder was obtained. The obtained powder was identified to be Compound (124) by the measurements in 
accordance with NMR, IR and FD-MS (the yield: 60%). 
[0234] The route of synthesis of Compound (124) is shown in the following. 



87 



EP1 061 112 A1 




Synthesis Example 22 (Compound (125)) 
Synthesis of Compound (125) 

[0235] In a 500 ml three-necked flask equipped with a condenser, 1 .9 g (5 mmole) of 6,12-dibromochrysene, 0.2 g 
(5% by mole) of dichlorobis(tnphenylphosphine)palladium, 0.5 ml (0.5 mmole) of a 1 M toluene solution of diisobutyla- 
luminunn hydride and 100 ml of tetrahydrofuran were placed under an argon stream. To the mixture, the Grignard rea- 
gent prepared in Synthesis Example 19 was added dropwise at the room temperature and the resulting mixture was 
stirred under heating overnight After the reaction was completed, the reaction liquid was cooled with ice water Precip- 
itated crystals were separated by filtration and washed with 50 ml of methanol and 50 ml of acetone, successively, and 
2.1 g of yellow powder was obtained. The obtained powder was identified to be Compound (125) by the measurements 
in accordance with NMR, IR and FD-MS (the yield: 60%). 
[0236] The route of synthesis of Compound (1 25) is shown in the following. 



Synthesis Example 23 (Compound (126)) 
Synthesis of Compound (126) 

[0237] In a 500 ml three-necked flask equipped with a condenser, 1.9 g (5 mmole) of 5, 12-dlbromonaphthacene, 
0.2 g (5% by mole) of dichlorobis(tripbenylphosphine) palladium, 0.5 ml (0.5 mmole) of a 1 M toluene solution of 
diisobutylaluminum hydride and 1 00 ml of tetrahydrofuran were placed under an argon stream. To the mixture, the Grig- 
nard reagent prepared In Synthesis Example 1 9 was added dropwise at the room temperature and the resulting mixture 
was stinted under beating overnight. After the reaction was completed, the reaction liquid was cooled with ice water 
Precipitated crystals were separated by filtration and washed with 50 ml of methanol and 50 ml of acetone, succes- 
sively, and 2.1 g of yellow powder was obtained. The obtained powder was identified to be Compound (126) t>y the 
measurements in accordance with NMR, IR and FD-MS (the yield: 60%). 




Compound (125) 
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[0238] The route of synthesis of Compound (1 26) is shown in the following. 
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Example 52 

[0239] On a glass substrate having a size of 25 mm x 75 mm x 1 .1 mm, a transparent anode of a film of Indium tin 
oxide having a thickness of 100 nm was fomied and cleaned for10 minutes by using ultraviolet light and ozone In com- 
bination. 

[0240] This glass substrate was placed into an apparatus for vacuum vapor deposition (manufactured by NIPPON 
SHINKUU GIJUTU Co., Ltd.) and the pressure was reduced to about 10"^ Pa. TPD74 described above was vapor 
deposited at a speed of 0.2 nm/second and a layer having a thickness of 60 nm was formed. Then, TPD78 having the 
structure shown below was vapor deposited at a speed of 0.2 nm/second and a layer having a thickness of 20 nm was 
formed. 

[0241] On the layer formed above, DPVDPAN having the structure shown below and Compound (100) described 
above as the light emitting material were simultaneously vapor deposited and a light emitting layer having a thickness 
of 40 nm was formed. The speed of vapor deposition of DPVDPAN was 0.4 nm/second and the speed of vapor deposi- 
tion of Compound (1 00) was 0.01 nm/second. On the layer formed above, Alq described above was vapor deposited at 
a speed of 0.2 nm/second. Finally, aluminum and lithium were vapor deposited simultaneously and a cathode having a 
thicicness of 150 nm was formed. Thus, an organic EL device was obtained. The speed of vapor deposition of aluminum 
was 1 nm/second and the speed of vapor deposition of lithium was 0.004 nm/second. 




[0242] The properties of the obtained organic EL device were evaluated. Luminance of emitted light at the voltage 
shown in Table 4 was measured and the efficiency of light emission was calculated. The color of emitted light was 
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observed. The organic EL device was driven by a constant electric current under a nitrogen stream at an initial lumi- 
nance of emitted light of 500 (cd/m^) and the half life time which was the time before the luminance decreases to 250 
(cd/m^) was measured. The results are shown In Table 4. 

5 Examples 53 to 62 

[0243] Organic EL devices were prepared in accordance with the same procedures as those conducted In Example 
52 except that the compounds shown in Table 4 were used as the light emitting material in place of Compound (100) 
and the properties were evaluated. The results are shown in Table 4. 

10 

Comparative Example 8 

[0244] An organic EL devices was prepared in accordance with the same procedures as those conducted in Exam- 
pie 52 except that the diamine compound shown below was used as the light emitting material in place of Compound 
IS (1 00) and the properties were evaluated. The results are shown in Table 4. 
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30 

Table 4 





Voltage (V) 


Luminance of 
emitted light 
(cd^m^) 


Efficiency of light 
emission (Im/W) 


Half life time 
(hour) 


Color of emitted 
light 


Example 












52 


6.0 


120 


4.50 


1800 


green 


53 


6.0 


240 


3.90 


2000 


bluish green 


54 


6.0 


130 


4.60 


1700 


green 


55 


6.0 


210 


4.90 


2500 


green 


56 


7.0 


230 


4.00 


1500 


yellowish green 


57 


6.0 


120 


2.90 


2100 


blue 


58 


6.0 


180 


3.40 


1800 


bluish green 


59 


5.5 


220 


4.62 


1700 


blue 


60 


5.5 


420 


3.10 


2200 


bluish green 


61 


5,5 


180 


4.25 


3100 


blue 


62 


6.0 


240 


4.90 


3200 


bluish green 


Comparative 
Example 












8 


6.0 


150 


3.70 


1200 


green 



[0245] As shown in Table 4, the organic EL devices of Examples 52 to 62 in which the compounds represented by 
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general formulae [9] and [1 0] of the present invention were used as the light emitting material or the hole transporting 
material exhibited more excellent luminance of emitted light and efficiencies of light emission and longer lives in com- 
parison virith the organic EL device of Comparative Example 8 in which the diamine compound was used. 

5 Synthesis Example 24 (Compound a) 
Synthesis of Intermediate Compound A 

[0246] In a 500 ml three-necked flask, 50 g (0.27 mote) of p-bromobenzaldehyde, 50 g (0.22 mmole) of diethyl ben- 
10 zylphosphonate and 200 ml of dimethylsulfoxide were placed under an argon stream. To this was added 30 g (0.27 

mole) of potassium t-butoxide in small portions. The resulting mixture was stirred overnight at the room temperature. 

After the reaction was completed, the reaction liquid was poured into 500 ml of water and extracted with ethyl acetate. 

The extract was dried with magnesium sulfate and concentrated in vacuo using a rotary evaporator. The obtained crude 

crystals were recrystailized from 100 ml of ethyl acetate and 46 g (the yield: 81%) of Intermediate Compound A was 
15 obtained. 

Synthesis of Intemnediate Compound B 

[0247] Into a 30O ml three-necked flask equipped with a condenser, 1 0 g (38 mmole) of Intermediate Compound A, 
20 1 4 g (1 50 mmole) of aniline, 0.53 g (1 .6% by mole) of tris(dibenzylideneacetone)dipalladium, 0.35 g (3% by mole) of tri- 
o-toluylphosphine, 7.4 g (77 mole) of sodium t-butoxide and 100 ml of dry toluene were placed under an argon stream. 
The resulting mixture was stirred overnight under heating at 1 00**C. After the reaction was completed, precipitated crys- 
tals were separated by filtration and washed with 1 GO ml of methanol. The obtained crude crystals were recrystailized 
from 50 ml of ethyl acetate and 7.7 g (the yield: 73%) of Intermediate Compound B was obtained. 

25 

Synthesis of Intermediate Compound C 

[0248] In a 100 ml flask having an egg plant shape and equipped with a condenser, 12.5 g (50 mmole) of 4-bro- 
mobenzyl bromide and 12.5 (75 mmole) of triethyl phosphite were placed. The resulting mixture was stirred under heat- 
30 ing at 100**C for 7 hours. After the reaction was completed, triethyl phosphite in an excess amount was removed by 
distillation in vacuo and 15.4 g of Intermediate Compound C was obtained. Intermediate Compound C was used in the 
following reaction without further purification. 

Synthesis of Intemnediate Compound D 

35 

[0249] In a 300 ml three-necked flask, 9.2 g (50 mmole) of p-bromobenzaldehyde, 15.4 g (50 mmole) of Intemriedi- 
ate Compound C and 1 00 ml of dimethylsulfoxide were placed under an argon stream. To this was added 6.7 g (60 
mmole) of potassium t-butoxide in small portions and the resulting mixture was stirred overnight at the room tempera- 
ture. After the reaction was completed, the reaction liquid was poured into 200 ml of water and extracted with ethyl ace- 
40 tate. The extract was dried with magnesium sulfate and concentrated in vacuo using a rotary evaporator. The obtained 
crystals were washed with 100 ml of methanol and 13 g (the yield: 77%) of Intemnediate compound D was obtained. 

Synthesis of Compound a 

45 [0250] In a 200 ml three-necked flask equipped with a condenser, 4 g (15 mmole) of Intermediate Compound B, 2 
g (6 mmole) of Intemnediate Compound D, 0.16 g (3% by mole) of tris(dibenzylideneacetone)dipailadium, 0.22 g (6% 
by mole) of (S)-BINAR 1.4 g (15 mmole) of sodium t-butoxide and 50 ml of dry toluene were placed under an argon 
stream. The resulting mixture was stirred overnight under heating at 100°C. After the reaction was completed, precipi- 
tated crystals were separated by filtration, washed with methanol and dried by heating at 60°C for one night. The 

50 obtained crude crystals were purified in accordance with the column chromatography (silica gel, hexane/toiuene=8/2) 
and 1 .4 9 of yellow powder was obtained. The obtained powder was identified to be Compound a by the measurements 
in accordance with NMR, IR and FD-MS (the field desorption mass spectroscopy) (the yield: 32%, in ^Hnmr (90 Hz): 5 
7.0-7.4 ppm (42H, m)). The NMR chart of Compound a is shown in Rgure 1 . 
[0251] The chemical reactions to obtain Compound a are shown in the following: 
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Synthesis Example 25 (Compound b) 
Synthesis of Intennediate Compound E 



[0252] In a 300 ml three-necked flask, 6 g (50 mmole) of p-tolua!dehyde, 15.4 g (50 mmole) of Intemiediate Com- 
pound C and 100 ml of dimethylsu If oxide were placed under an argon stream. To this was added 6.7 g (60 mmole) of 
35 potassium t-butoxide in small portions and the resulting mixture was stirred overnight at the room temperature. After the 
reaction was completed, the reaction liquid was poured into 200 ml of water and extracted with ethyl acetate. The 
extract was dried with magnesium sulfate and concentrated in vacuo using a rotary evaporator. The obtained crystals 
were washed with 1 00 ml of methanol and 9.2 g (the yield: 67%) of intermediate Compound E was obtained. 

40 Synthesis of Compound b 

[0253] in a 200 ml three-necked flask equipped with a condenser, 4 g (15 mmole) of Intermediate Compound E, 2 
g (6 mmole) of N,N'-diphenylbenzidine, 0.16 g (3% by mole) of tris(dibenzyndeneacetone)-dlpalladium, 0.22 g (6% by 
mole) of (S)-BINAP. 1 .4 g (1 5 mmole) of sodium t-butoxide and 50 ml of dry toluene were placed under an argon stream. 

45 The resulting mixture was stin^d overnight under heating at 1 00**C. After the reaction was completed, precipitated crys- 
tals were separated by filtration, washed with methanol and dried by heating at eo^'C for one night. The obtained crude 
crystals were purified in accordance with the column chromatography (silica gel. hexaneAoluene=8/2) and 2.5 g of yel- 
low powder was obtained. The obtained powder was identified to be Compound b by the measurements in accoixlance 
with NMR. IR and FD-MS (the yield: 58%. in ^Hnmr (90 Hz): 5 7.0-7.4 ppm (40H. m), 5 2.34 ppm {6H,s)). The NMR 

so chart of Compound b is shown in Figure 2. 

[0254] The chemical reactions to obtain Compound b are shown in the following: 



92 



EP1 



061 112 A1 



Mflr-(^-CHO 



Me- 




5 



tBuOK 



£ Pd,(dba), BINAP 

NaOtBu PhMe 



10 




15 



Compound b 



20 Synthesis Example 26 (Compound c) 
Synthesis of Compound c 

[0255] In a 200 ml three-necked flask equipped with a condenser, 4 g (1 5 mmole) of Intemnediate Compound B, 1 .7 
25 g (6 mmole) of 1 ,4-dibromonaphthalene, 0. 1 6 g (3% by nnole) of tris(dibenzylideneacetone)dipalladium, 0.22 g (6% by 
mole)of (S)-BINAP, 1 .4 g (15 mmole) of sodium t-butoxide and 50 ml of dry toluene were placed under an argon stream. 
The resulting mixture was stirred over night under heating at 1 0O^C. After the reaction was completed, precipitated crys- 
tals were separated by filtration, washed with methanol and dried by heating at 60°C for one night. The obtained crude 
crystals were purified in accordance with the column chromatography (silica gel, hexane/toluene=8/2) and 2.0 g of yel- 
30 low powder was obtained. The obtained powder was identified to be Compound c by the measurements In accordance 
with NMR, IR and FD-MS (the yield: 50%. in ^Hnmr (90 Hz): 5 7.0--7.4 ppm (68H. m)). 
[0256] The chemical reaction to obtain Compound c is shown In the following: 



Synthesis Example 27 (Compound d) 

50 Synthesis of Compound d 

[0257] In a 200 ml three-necked flask equipped with a condenser. 4 g (1 5 mmole) of Intermediate Compound B, 2 
g (6 mmole) of 9, 1 0-dibromoanthracene, 0.16 g (3% by mole) of tris(diben2ylideneacetone)-dipalladium, 0.07 g (6% by 
mole) of tri-t-butylphosphine, 1 .4 g (15 mmole) of sodium t-butoxide and 50 m! of dry toluene were placed under an 
55 argon stream. The resulting mixture was stin-ed overnight under beating at 100**C. After the reaction was completed, 
precipitated crystals were separated by filtration, washed with methanol and dried by heating at 60*»C for one night. The 
obtained crude crystals were purified in accordance with the column chromatography (silica gel, hexane/toluene=8/2) 
and 1 .9 g of yellow powder was obtained. The obtained powder was identtfied to be Compound d by the measurements 
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in accordance with NMR, IR and FD-MS (the yield: 44%, in ^H^mr (90 Hz): 5 7.0-7.4 ppm (40H. m)). 
[0258] The chemical reaction to obtain Compound d is shown in the following: 



5 





10 



B Nt(dba).F(tBu), 
NsOkBu PhMe 



IS 



Compound d 



20 



Synthesis Example 28 (Compound e) 
Synthesis of Intermediate Compound E 

25 [0259] In a 300 ml three-necked flask, 1 0.4 g (50 mmole) of trans-4-stilbenealdehyde, 15.4 g (50 mmole) of Inter- 
mediate Compound C and 1 00 ml of dimethylsulfoxide were placed under an argon stream. To this was added 6.7 g (60 
mrnole) of potassium t-butoxide in small portions and the resulting mixture was stirred overnight at the room tempera- 
ture. After the reaction was completed, the reaction liquid was poured into 200 ml of water and extracted with ethyl ace- 
tate. The extract was dried with magnesium sulfate and concentrated in vacuo using a rotary evaporator. The obtained 

30 crystals were washed with 1 00 ml of methanol and 12.5 g (the yield: 69%) of Intenmediate Compound F was obtained. 

Synthesis of Compound e 

[0260] In a 200 ml three-necked flask equipped with a condenser, 5.4 g (15 mmole) of Intermediate Compound F, 
35 2 g (6 mmole) of N,N'-diphenylbenzidine, 0.1 6 g (3% by mole) of tris(dibenzylideneacetone)-dipalladium, 0.1 1 g (6% by 
mole) of tri-o-toiuylphosphine, 1 .4 g (15 mmole) of sodium t-butoxide and 50 ml of dry toluene were placed under an 
argon stream. The resulting mixture was stirred overnight under heating at 100**C. After the reaction was completed, 
precipitated crystals were separated by filtration, washed with methanol and dried by heating at 60**Cfor one night. The 
obtained crude crystals were purified in accordance with the column chromatography (silica gel, hexane/toluene=6/4) 
40 and 1 .0 g of yellow powder was obtained. The obtained powder was identified to be Compound e by the measurements 
in accordance with NMR. IR and FD-MS (the yield: 19%, in ^Hnmr (90 Hz): 5 7.0-7.5 ppm (52H, m)). The NMR chart 
of Compound e is shown in Rgure 3. 

[0261 ] The chemical reactions to obtain Compound e are shown in the following: 



4S 



so 
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20 Synthesis of Compound f 

[0262] In a 200 ml three-necked flask equipped with a condenser, 7.8 g (30 mmole) of Intermediate Compound A, 
1.7 g(6 mmole) of 4,4'-djaminostilbene cartjon dioxide, 0.16 g (3% by mole) of tris(dibenzylideneacetone)dipailadium, 
0.22 g (6% by mole) of (S)-BINAP, 9.6 g (0.1 mole) of sodium t-butoxide and 50 ml of dry toluene were placed under an 

25 argon stream. The resulting mixture was stirred overnight under heating at 100**C. After the reaction was completed, 
precipitated crystals were separated by filtration, washed with methanol and dried by heating at eo^'C for one night. The 
obtained crude crystals were purified in accordance with the column chromatography (silica gel, hexane/toluene=6/4) 
and 2.0 g of yellow powder was obtained. The obtained powder was identified to be Compound f by the measurements 
in accordance with NMR, IR and FD-MS (the yield: 36%, in ^\^um{ (90 Hz): 6 7.0-7.5 ppm (54H, m)). 

3o [0263] The chemical reaction to obtain Compound f is shown in the following: 



A 

Pd,(dba),BINAP 
NaOtfiu PhMe 




Compoomd f 



45 

Example 63 

[0264] On a cleaned glass plate having an ITO electrode, TPD74 described above was vacuum vapor deposited as 
the hole injecting material and a layer having a thickness of 60 nm was formed. 
so [0265] Then, NPD described above was vacuum vapor deposited as the hole transporting material and a layer hav- 
ing a thickness of 20 nm was formed. 

[0266] Subsequently, as the light emitting materials, 4,4'-bis{2,2-diphenyIvinyl)biphenyl (DPVBi) which is a stilbene 
derivative and Compound a described above were simultaneously vapor deposited and a layer having a content of 
Compound a of 2% by weight and a thickness of 40 nm was formed. Compound a works as a fluorescent dopant or the 
55 light emitting center. On the layer formed above, Alq described above was vapor deposited as the electron injecting 
material and a l^er having a thickness of 20 nm was formed. After lithium fluoride was vapor deposited and a layer hav- 
ing a thickness of 0.5 nm was formed, aluminum was vapor deposited and a iayer having a thickness of 100 nm was 
formed. Thus, an electrode was formed and an organic EL device was obtained. The layers were vapor deposited in a 
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vacuum of 1 0"^ Torr while the substrate was kept at the room temperature. The device exhibited a luminance of emitted 
light of 1 00 (cd/m^) and an efficiency of light emission of 2.1 (Im/W) under application of a direct current voltage of 6 V. 
The color coordinate was (0.146,0.140) and blue light of a high purity could be emitted. When the organic EL device 
was driven by a constant electric curent at an initial luminance of emitted light of 200 (cd/m^), the half life time was as 
5 long as 2,000 hours. The properties of light emission are shown in Table 5. 

[0267] The energy gap of Compound a was 2.78 eV and the energy gap of DPVBi was 3.0 eV. 

Example 64 

10 [0268] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
ple 63 except that Compound b was used as the dopant or the light emitting center The device exhibited a luminance 
of emitted light of 11 0 (cd/m^) and an efficiency of light emission of 1 .3 (Im/W) under application of a direct current volt- 
age of © V. The color coordinate was (0.152, 0.163) and blue light of a high purity could be emitted. When the organic 
EL device was driven by a constant electric current at an initial luminance of emitted light of 200 (cd/m^), the half life 

75 time was as long as 1 ,500 hours. The properties of light emission are shown in Table 5. 

[0269] The energy gap of Compound b was 2.90 eV and the energy gap of DPVBi was 3.0 eV. 

Example 65 

20 [0270] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
ple 63 except that Compound c was used as the dopant or the light emitting center. The device exhibited a luminance 
of emitted light of 1 30 (cd/m^ and an efficiency of light emission of 2.1 (Im/W) under application of a direct cun^ent volt- 
age of e V. The color coordinate was (0.1 62, 0.1 81 ) and blue light of a high purity could be emitted. When the organic 
EL device was driven by a constant electric current at an initial luminance of emitted light of 200 (cd/m^), the half life 

25 time was as long as 2,800 hours. The properties of light emission are shown in Table 5, 

[0271] The energy gap of Compound b was 2.83 eV and the energy gap of DPVBi was 3.0 eV. 

Example 66 

30 [0272] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
ple 63 except that Compound d was used as the dopant or the light emitting center. The device exhibited a luminance 
of emitted light of 300 (cd/m^) and an efficiency of light emission of 4.6 (Im/W) under application of a direct cun^ent volt- 
age of 6 y. Light of green color could be emitted with a high efficiency. When the organic EL device was driven by a 
constant electric curent at an initial luminance of emitted light of 200 (cd/m^), the half life time was as long as 3,400 

35 hours. The properties of light emission are shown in Table 5. 

[0273] The energy gap of Compound d was 2.78 eV and the energy gap of DPVBi was 3.0 eV. 

Comparative Example 9 

40 [0274] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
ple 63 except that the following compound (TPD): 



45 




(TPD) 



50 

was used as the dopant or the light emitting center. The device exhibited a luminance of emitted light of 60 (cd/m^) and 
an efficiency of light emission of 0.7 (Inn/W) under application of a direct current voltage of 5 V. Sufficient properties 
could not be obtained. TPD did not work as the light emitting center and light emitted from DPVTP was obtained. When 
the organic EL device was driven by a constant electric current at an initial luminance of emitted light of 200 (cd/m^), 
55 the half life time was as short as 100 hours. The properties of light emission are shown in Table 5. 
[0275] The energy gap of TPD was 3. 1 0 eV and the energy gap of DPVBi was 3.0 eV. 
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Comparative Example 10 

[0276] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
ple 63 except that Compound a described above was used as the dopant or the light emitting material and the com- 

5 pound Alq was used as the light emitting material. The device exhibited a luminance of emitted light of 21 0 (cd/m^) and 
an efficiency of light emission of 1 .3 (Im/W) under application of a direct current voltage of 6 V. However, fight of pink 
color from Alq alone was obtained. When the organic EL device was driven by a constant electric current at an initial 
luminance of emitted light of 200 (cd/m^, the half life time was as short as 200 hours. The properties of light emission 
are shown in Table 5. Compound a did not work as the light emitting center. 

10 [0277] The energy gap of Compound a was 2.95 eV and the energy gap of Alq was 2.7 eV. 

Comparative Example 1 1 

[0278] An organic EL device was prepared in accordance with the same procedures as those conducted in Exam- 
75 pie 63 except that no dopant or light emitting material was used and Compound c described above was used as the 
single light emitting material. The device exhibited luminance of emitted light of 40 (cd/m^) and an efficiency of light 
emission of 0.9 (Im/W) under application of a direct current voltage of 6 V. Sufficient properties could not be obtained. 
When the organic EL device was driven by a constant electric current at an initial luminance of emitted light of 200 
(cd/m^), the half life time was as short as 1 80 hours. The properties of light emission are shown in Table 5. 
20 [0279] The properties of light emission obtained above are shown In Table 5. 



-Table 4 
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Dopant or 
light emit- 
ting center 


Light emit- 
ting material 


Applied 
voltage (V) 


Luminance of 
emitted light 
(cd/m^) 


Efficiency of 
light emis- 
sion (Im/W) 


Color of 
emitted light 


Half life time 
(hour) 




Example 
















30 


63 


Compound 


a DPVBi 


6 


100 


2.1 


blue 


2000 


64 


Compound 


b DPVBi 


6 


110 


1.3 


blue 


1600 




65 


Compound 


c DPVBi 


6 


130 


2.1 


blue 


2800 




66 


CompoLind 


d DPVBi 


6 


300 


4.6 


green 


3400 


35 


Compara- 
tive Exam- 
ple 


















9 


TPD 


DPVBi 


5 


80 


0.7 


blue 


100 


40 


10 


Compound 


a Alq 


6 


210 


1.3 


green 


200 




11 


none 


Compound 


c6 


40 


0.9 


blue 


180 



[0280] As shown in Table 6, the organic EL devices of Examples 63 to 66 in which a small amount (1 to 20% by 
45 weight) of a compound represented by general fomriula [1] was added to the host material as the dopant or the light 
emitting center exhibited higher efficiencies of light emission and much longer lives in comparison witii the organic EL 
devices of Comparative Examples 9 to 1 1 . 

INDUSTRIAL APPLICABILITY 

so 

[0281] The organic EL devices of the present invention in which the materials for organic EL devices represented 
by general formulae [1], [3] to [6] and [9] to [1 0] described above are used as the light emitting material, the hole inject- 
ing material, the hole transporting material or the doping material exhibit luminances of light emission sufficient for prac- 
tical use and high efficiencies of light emission under application of a low voltage, have long lives because the decrease 
55 in the properties after use for a long time is suppressed and show no deterioration in the properties in the environment 
of high temperatures due to excellent heat resistance. 

[0282] The organic EL devices described above in which the materials for organic EL devices represented by gen- 
eral formulae [7] and [8] are used as the light emitting material, the hole injecting material, the hole transporting material 
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or the doping material exhibit, in the region of yellow color and orange to red color, luminances of light emission suffi- 
cient for practical use and high efficiencies of light emission under application of a low voltage and have long life times 
because the decrease in the properties after use for a long time is suppressed. 

[0283] The organic EL devices in which the material for organic EL devices comprising the compound represented 
5 by general fomiula [11] of the present invention or the novel compound represented by general fomriula [111 of 
present invention is used as the dopant or the light emitting center exhibit luminances of emitted light sufficient for prac- 
tical use under application of a low voltage and high efficiencies of light emission and have long lives because the 
decrease in the properties after use for a long time is suppressed. 

[0284] By producing materials for organic EL devices in accordance with the process of the present invention, 
10 materials for organic EL devices exhibiting a high efficiency of light emission, having a long life, showing high activity 
and containing little impurities can be produced in a high yield. 

Claims 

15 1 . A material for organic electroluminescence devices represented by following general formula [1 ]: 
General fonnula [1] 

N-A-N cn 



25 




wherein A represents a substituted or unsubstituted axylene group having 22 to 60 carbon atoms, to X"^ 
each independently represent a substituted or unsubstituted arylene group having 6 to 30 carbon atoms, X^ 
30 and may be bonded to each other, X^ and X^ may be bonded to each other, Y'' to each independently 

represent an organic group represented by general formula [2], a to d each represent an integer of 0 to 2 and, 
when the arylene group represented by A has 26 or less carbon atoms, 
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a+b+c+d>0 



and the arylene group does not contain two or more anthracene nuclei; general formula [2] being: 
General formula [2] 



I I 

C-C—Z C2) 



wherein R** to each independently represent hydrogen atom, a substituted or unsubstituted alkyl group hav- 
ing 1 to 20 carbon atoms, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms orcyano group 
so or form a triple bond by a linkage of and R^ or R^ and R"^, Z represents a substituted or unsubstituted aryl 

group having 6 to 20 carbon atoms and n represents 0 or 1 . 

2. A material for organic electroluminescence devices represented by following general formula [3]: 

55 General formula [3] 
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N-B-N C3) 




wherein B represents a substituted or unsubslltuted arylene group having 6 to 60 carbon atoms, to each 
independently represent a substituted or unsubstituted arylene group having 6 to 30 carbon atoms, X'' and X^ 
may be bonded to each other, X^ and X^ may be bonded to each other, to Y"* each independently represent 
an organic group represented by general formula [2], a to d each represent an integer of 0 to 2 and at least one 
of groups represented by B. X\ X^, X^ and X^ has a chrysene nucleus; general formula [2] being: 
General formula [2] 

( I I I I 

n 

wherein to R"* each independently represent hydrogen atom, a substituted or unsubstituted alkyi group hav- 
ing 1 to 20 carbon atoms, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms, cyano group 
or form a triple bond by a linkage of and R^ or R^ and R^ Z represents a substituted or unsubstituted aryl 
group having 6 to 20 carbon atoms and n represents 0 or 1 . 

A material for organic electroluminescence devices according to Claim 2, wherein general fomiula [3] means fol- 
lowing general fomriula [4]: 

General formula [4] 




C43 



wherein X^ to X^, Y^ to Y^ and a to d are the same as those in formula [3]. 

A material for organic electroluminescence devices according to Claim 2, wherein general formula [3] means fol- 
lowing general formula [5]: 

General formula [5] 
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10 




N-B-N 




C5] 



15 



20 



wherein B, X"", X^, Y\ Y^, a and b are the same as those in formula [3]. 

5. A material for organic electroluminescence devices according to Claim 2, wherein general formula [3] means fol- 
lowing general formula [6]: 

General formula [6] 



25 



30 




N-B 




C63 



35 



40 



wherein B, X"", X^, Y\ Y^. a and b are the same as those in general fomnula [3]. 
6. A material for organic electroluminescence devices represented by following general formula [7]: 
General formula [7] 



45 



^N-D-N 



C73 



50 



wherein D represents a divalent group having a tetracene nucleus or a pentacene nucleus X^ to X^ each inde- 
pendently represent a substituted or unsubstituted arylene group containing 6 to 30 carbon atoms, X^ and X^ 
may be bonded to each other, X^ and X^ may be bonded to each other, Y^ to Y"^ each independently represent 
an organic group represented by general formula [2] and a to d each represent an integer of 0 to 2; general 
formula [2] being: 
General formula [2] 
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C23 



10 



20 



25 



35 



40 



45 



50 



wherein to each independently represent hydrogen atom, a substituted or unsubstituted alky] group hav- 
ing 1 to 20 carbon atoms, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms, cyano group 
or form a triple bond by a linkage of and R^ or R^ and R^ Z represents a substituted or unsubstituted aryl 
group having 6 to 20 carbon atoms and n represents 0 or 1 . 

A material for organic electroluminescence devices according to Claim 6, wherein general formula [7] means fol- 
lowing general fonnula [8]: 

General formula [8] 




wherein to Y*" to and a to d are each independently the same as those in general fbmiula [7], R^^ to 
R^ each independently represent hydrogen atom, a substituted or unsubstituted alkyi group having 1 to 20 
carbon atoms, a substituted or unsubstituted alkoxy group having 1 to 20 carbon atoms, a substituted or 
unsubstituted aryl group having 6 to 20 carbon atoms or cyano group and adjacent groups among the groups 
represented by R^^ to R^ may be bonded to each other to form a saturated or unsaturated and substituted or 
unsubstituted carbon ring. 

8. A material for organic electroluminescene devices represented by following general formula [9]: 

General formula [9] 



d \ / 

N-E-N 

c 



C9] 



wherein E represents a divalent group comprising an anthracene nucleus which is substituted with aryl groups 
55 or unsubstituted, to X® each independently represent a substituted or unsubstituted arylene group having 6 

to 20 carbon atoms, X^ and X^ may be bonded to each other, X'' and X® may be bonded to each other, Y^ to 
Y^ each independently represent an organic group represented by genera] fonnula [2], a to d each represent 
an integer of 0 to 2 and, when the group represented by E is an unsubstituted group: 
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at (east two of to contain a substituted or unsubstituted group: 




general formula [2] being: 
General formula [2] 



/R' R* \ R» R* 
( I I I I 



wherein to each independently represent hydrogen atom, a substituted or unsubstituted alkyi group hav- 
ing 1 to 20 carbon atoms, a substituted or unsubstituted aryt group having 6 to 20 carbon atoms, cyano group 
or form a triple bond by a linkage of and R^ or R^ and R^, Z represents a substituted or unsubstituted aryl 
group having 6 to 20 carbon atoms and n represents 0 orl. 

A material for organic electroluminescence devices represented by following general formula [1 0]: 

General formula [1 0] 

N-Ar' -(Ar*^Ar*)^-N CI 0) 

c b 

wherein Ar^ and Ar^ each independently represents a divalent group selected from a group consisting of sub- 
stituted and unsubstituted. phenylene groups, substituted and unsubstituted 1 ,3-naphthalene groups, substi- 
tuted and unsubstituted 1 ,8-naphthalene groups, substituted and unsubstituted fluorene groups and 
substituted and unsubstituted biphenyl groups, Ar^ represents a divalent group selected from a group consist- 
ing of substituted and unsubstituted anthracene nuclei, substituted and unsubstituted pyrene nuclei, substi- 
tuted and unsubstituted phenanthrene nuclei, substituted and unsubstituted chrysene nuclei, substituted and 
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unsubstituted pentacene nuclei, substituted and unsubstituted naphthacene nuclei and substituted and unsub- 
stituted fluorene nuclei, to X® each independently represent a substituted or unsubstituted arylene group 
having 6 to 20 carbon atoms, X^ and X® nnay be bonded to each other, X^ and X® may be bonded to each other, 
to Y"* each independently represent an organic group represented by general formula [2], a to d each rep- 
resent an integer of 0 to 2, 

e represents 0 or 1. f represents 1 or 2 and, when Ar^ represents an anthracene nucleus, a case in which 

a=b=cp=d 

and Ar^ and Ar^ both represent p-phenylene group Is excluded; general formula [2] being: 
General formula [2] 

/R' \ R' R« 



Wherein to each independently represent hydrogen atom, a substituted or unsubstituted alkyi group hav- 
ing 1 to 20 carbon atoms, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms, cyano group 
or form a triple bond by a linkage of and R^ or R^ and R^, Z represents a substituted or unsubstituted aryl 
group having 6 to 20 carbon atoms and n represents 0 or 1 . 

10. A material for organic electroluminescence devices represented by following general formula [11]: 

General fomnula [1 1] 

^ ^ ^ \ / ^ 4 

c b 



wherein F represents a substituted or unsubstituted arylene group having 6 to 21 carbon atoms, X^ to X^ each 
independently represent a substituted or unsubstituted arylene group having 6 to 30 carbon atoms, X^ and X^ 
may be bonded to each other, X^ and X* may be bonded to each other, Y*" to Y^ each independently represent 
an organic group represented by general fomnula [2], a to d each represent an integer of 0 to 2, and 



a+b+c+d>0; 



general formula [2] being: 
General formula [2] 
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/R' R* \ R* R^ 

( I I ) 1 I 

— \C^C-J— C = C — Z [2) 
n 

wherein R"" to each independently represent hydrogen atom, a substituted or unsubstituted alkyi group hav- 
ing 1 to 20 carbon atoms, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms, cyano group 
or form a triple bond by a linkage of R** and or and R^, Z represents a substituted or unsubstituted aryl 
group having 6 to 20 carbon atoms and n represents 0 or 1 . 

11. A material for organic electroluminescence devices according to Claim 10, wherein the group represented by F in 
general formula [11] is a group represented by following general formula [12], general formula [13] or general for- 
mula [1 4): 

General formula [12] 



6^ B> 



Cl 2] 




wherein R^ to R^^ each independently represent hydrogen atom, a substituted or unsubstituted alkyl group 
having 1 to 20 carbon atoms, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms or cyano 
group and adjacent groups among the groups represented by R^ to R^"*' my be bonded to each other to form 
a saturated or unsaturated carbon ring; 

General fonmu la [14] 
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CI 4] 



wherein R^^' to each Independently represent hydrogen atom, a substituted or unsubstituted alkyi group 
having 1 to 20 carbon atonns, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms or cyano 
group and adjacent groups among the groups represented by R^ to R^^' my be bonded to each other to form 
a saturated or unsaturated carbon ring. 

12. A material for organic electroluminescence devices according to any of Claims 1 to 11, which is a light emitting 
material for organic electroluminescence devices. 

13. An organic electroluminescence device which comprises a liglit emitting layer or a plurality of thin films of organic 
compounds comprising a light emitting layer disposed between a pair of electrodes, wherein at least one of the thin 
films of organic compounds is a layer comprising a material for organic luminescence devices described in any of 
Claims 1 to 11. 

14. An organic electroluminescence device which comprises a light emitting layer or a plurality of thin films of organic 
compounds comprising a light emitting layer disposed between a pair of electrodes, wherein a layer comprising a 
material for organic electroluminescence devices described in any of Claims 1 to 11 as at least one material 
selected from a group consisting of a hole injecting nnaterial, a hole transporting material and a doping material Is 
disposed between the pair of electrodes. 

15. An organic electroluminescence device which comprises a light emitting layer or a plurality of thin films of organic 
compounds comprising a light emitting layer disposed between a pair of electrodes, wherein the light emitting layer 
comprises 0.1 to 20% by weight of a material for organic luminescence devices described in any of Claims 1 to 1 1 . 

16. An organic electroluminescence device which comprises a light emitting layer or a plurality of thin films of organic 
compounds comprising a light emitting layer disposed between a pair of electrodes, wherein one or more materials 
selected from a group consisting of a hole injecting material, a hole transporting material and a doping material 
each independently comprise 0.1 to 20% by weight of a material for organic electroluminescence devices 
described in any of Claims 1 to 1 1 . 

17. An organic electroluminescence device which comprises a light emitting layer or a plurality of thin films of organic 
compounds comprising a light emitting layer disposed between a pair of electrodes, wherein the light emitting layer 
is a layer comprising a stilbene derivative and a material for organic electroluminescence devices described in any 
of Claims 1 to 11. 

18. An organic electroluminescence device according to any of Claims 11 to 17, wherein a layer comprising an aro- 
matic tertiary amine derivative and/or a phthalocyanine derivative is disposed between a light emitting layer and an 
anode. 

19. An organic electroluminescence device according to any of Claims 1 0 and 1 1 , wherein an energy gap of the mate- 
rial for organic electroluminescence devices represented by general formula [1 1] Is smaller than an energy gap of 
a host material by 0.07 eV or greater. 

20. A novel compound represented by following general formula [1 1*]: 
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^N-F-N . CI 1- ) 

c ^ ^\) 

wherein F represents a group represented by general formula [14], X' to each independently represent a 
substituted or unsubstituted arylene group having 6 to 30 carbon atoms, X^ and X^ may be bonded to each 
other, X^ and X'* may be bonded to each other, to Y* each independently represent an organic group rep- 
resented by general formula [2], a to d each represent an integer of 0 to 2, and 

a+b+c+dX); 

general fomnula [14] being: 
General fonnula [14] 




(1 4] 



wherein R^^* to each independently represent hydrogen atom, a substituted or unsubstituted alkyi group 
having 1 to 20 carbon atoms, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms or cyano 
group and adjacent groups among the groups represented by to R^^' my be bonded to each other to form 
a saturated or unsaturated carbon ring; and 
general fonnula [2] being: 
General fomnula [2] 

— \C^C-J— C = C — Z C2) 
n 

wherein R^ to R^ each independently represent hydrogen atom, a substituted or unsubstituted alkyI group hav- 
ing 1 to 20 carton atoms, a substituted or unsubstituted aryt group having 6 to 20 carbon atoms, cyano group 
or form a triple bond by a linkage of R^ and R^ or R^ and R^ Z represents a substituted or unsubstituted aryl 
group having 6 to 20 carbon atoms and n represents 0 or 1 . 

21. A process for producing a material for organic electroluminescence devices which comprises reading, in a pres- 
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^ ence of a catalyst comprising a phosphine compound and a palladium compound and a base, a primary amine or 
a secondary amine represented by following general formula [15]: 

R(NR'H)k [15] 

wherein k represents an Integer of 1 to 3; when k represents 1 , R and R' represent hydrogen atom, an alkyi group 
or a substituted or unsubstituted aryl group; and when k represents 2 or 3, R represents an alkylene group or sub- 
stituted or unsubstituted arylene group and R' represents hydn^gen atom, an alky! group or a substituted or unsub- 
stituted aryl group, with an aryl haiide represented by following general fonnula [1 6]: 

Ar{X)m [16] 

wherein Ar represents a substituted or unsubstituted aryl group, X represents F, CI, Br or I and m represents an 
Integer of 1 to 3, and producing a material for organic electroluminescence devices comprising an arylamine com- 
pound. 

22. A process for producing a material for organic electroluminescence devces according to Claim 21. wherein the 
arylamine compound is a compound represented by following general fbnnula [1 7]: 

General fomnula [1 7] 

N-F-N 
c b 



wherein F represents a substituted or unsubstituted arylene group having 6 to 60 carbon atoms, X"* to X^ each 
independently represent a substituted or unsubstituted arylene group having 6 to 30 carbon atoms, X^ and X^ 
may be bonded to each other, and X^ may be bonded to each other, to Y"* each independently represent 
an oiganic group represented by general formula [2], a to d each represent an integer of 0 to 2, and 

a+b+c+d>0; 



general formula [2] being: 
General formula [2] 

( I I ) I I 
n 

wherein R^ to R^ each independently represent hydrogen atom, a substituted or unsubstituted alkyI group hav- 
ing 1 to 20 carbon atoms, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms, cyano group 
or form a triple bond by a linkage of R** and R^ or R^ and R'*, Z represents a substituted or unsubstituted aryl 
group having 6 to 20 carbon atoms and n represents 0 or 1 . 

23, A process for producing a material for organic electroluminescence device according to Claim 21, wherein the 
phospbine compound is a trialkylphosphlne compound, a triarylphosphine compound or a diphosphlne compound. 



C 1 7] 
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Fig. 1 
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Pig. 2 
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(S Claim 9 pertains to a material for organic EL elements which is represented 
by the general formula (10) . 

Claims 10. 11, and 19 pertain to a material for organic EL elements which is 
represented by the general formula (11) . 

(Claim 12 pertains to the material for organic EL elements as set forth in 
an/ one of claims 1 to 11.) 

Claim 13 pertains to an organic EL element containing the material for organic 
EL elements as set forth in any one o£ claims 1 to 11. 

Claim 14 pertains to an organic EL element having a layer comprising as a specific 
material the material for organic EL elements as set forth in any one of claims 
1 to 11, 

Claims 15 and 16 pertain to an organic EL element containing a specific amount 
of the material for organic EL elements as set forth in any jne of claims 1 
to 11. 

Claims 17 and 18 pertain to an organic EL element containing the material for 
organic EL elements as set forth in any one of claims 1 to 11 in combination 
with a specific material. 
Consequently, claims 12 to 18 belong to the groups of inventions ® to ®.) 
® Claim 20 pertains to a compound represented by the general formula (11'). 
Claims 21 to 23 pertain to a process for producing an arylamine compound (the 
^process for producing material" is a clerical error for ^process for producing 
compound* } . 

There is no novel s)celeton common to the formulae (1) , (3) , (7) , (9) , and (11) 
(the diaminearyl is Icnown as an organic EL material (see. e.g. . JP. 9-268284. 
A; JP. 10-255984, A; JP, 10-251633, A; and JP, 10-88120, A) > . There is hence 
no special technical feature common to these groups. 

The formula 114) corresponding to the group F in the formula (11') given 
in claim 20 is considered not to represent "an arylene group having 6 to 30 
carbon atoms* in view of statements given in the description and of technical 
common )cnowledge. Consequently, the compound of claim 20 is not included in 
the confounds represented by the formula (11) given in claim 10. The subject 
matter of claim 20 and that of claim 10 therefore have no common technical feature. 

Since the compound of claim 20 can be produced by the processes of claims 
21 to 23, the groups (Z) and (D have a common technical feature. 

Therefore, there is no technical feature common to the seven groups of 
inventions, i.e., ®. ®, ®. ®. ®, ®. and® and®. 
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